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Description 

FIELD OF THE INVENTION 



0001] The present .nvent.on relates to an ink composition for inkjet recording (which will hereinafter be called "inkjet 
recod.ng.nk composition") capable of providing high-quality recorded images, excellent in discharge stabNKy and alio 
excellent .n shelf life of the images thus formed; and also to an inkjet recording method 



BACKGROUND OF THE INVENTION 



[0002] With recent widespread use of computers, inkjet printers have come to be used not only at offices but also 
at home for pnnting images on paper, film or doth. As an ink for inkjet recording, oi.-based inks, aqueous inks and soHd 
safety^ aqUe ° US """ " C °™ M ™ ° f manufacturing ease handing 

15 l Z°V ^/k^ 9 ^ man J aqUe ° US inkS haVS meritS in hi9h trans P^ncy and high color density because of containinq 
water-so uble dye wh.ch is dissolved in a molecular state, they are accompanied with the drawbacks Sm^SZ to 
mfenor water res.stance. bleeding occurs when printed on so-called plain paper, leading to a deterioration in the prim 
qual.ty and moreover, they are markedly inferior in the shelf life of images, more specifically, light fastness Lnd res S 
ance to oxidizing gases (such as SO x . NO x and ozone). ° resist 

so [0004] A variety of aqueous inks have been proposed using a pigment or a disperse dye with a view toward over- 
com.ng the above-described drawbacks. These proposals are described, for example, in Japanese Pate^tsTaid OoL 
No.. 1 57468/1 981 , 1 8468/1 992, 1 1 01 26/1 998 and 1 95355/1 998. These aqueous inks JlZlToZt^^oe 
but not completely improved. Particularly, pigment inks involve such problems as that they are inferio I 
opment to dye ,nks and insufficient storage stability of a dispersion tends to cause clogging at the d scharge outle 
Disperse dyes are, on the other hand, comparable to water soluble dyes in transparency and color dens* y but he 
shelf life of .mages cannot be heightened to the level of water soluble dyes 

[0005] A method of encapsulating a dye in urethane polymer latex particles is proposed in Japanese Patent Laid 
Open No. 45272/1983, but this method involves such a drawback as difficulty in obtaining colored fJSKEiK 
n d.spers.on stab.hty when the dye encapsulated in the particles has a desired concentration. In^SwSSS 
Laid-Open No. 279873/1 998, disc.osed is a method of preparing fine colored po.ymer particles by d ssoMng an acrll c 
polymer and an o.l soluble dye in an organic solvent and after dispersing, removing the organic solvent This method 

on aZZT ^ Wi H hthe Pr ° blem " thS qUa ' ity °' rSCOrded ima 9 eS ' P arti ' u,ar 'V' ***** * images reTo Sed 
on a photographs paper medium and stability of the quality upon continuous recording 

T S n!lJnl a TTST [ Publication Nc - 76977/1 993 ' di ^'°sed is an ink composition obtained by dissolving and 
dispersing an oi.soluble dye ,n an organic solvent. The organic solvent specified therein has, in general only insufSt 
compatibility w.th an oil soluble dye so that recording density is low and it has been revealed that in some cases 
precipitation of the dye occurs during storage, causing clogging of a nozzle 

E e JapaneSS Pa <* nt Laid -°P^ No. 1 61 71 /1 990, proposed is use of a dye excellent in color development and 
Tnl Ihlin 2 T S ' n . 7° PrSPare an com P° sition satisfactory in all of water resistance, color development 

1 hit f h ,ma9 l S ' ,° ° r Cann ° ! be re P roduced we " becausa of insufficient color tone and in addition, storage 
stability of the image thus formed is insufficient. storage 

[0008] In Japanese Patent Laid-Open No. 170674/1989, disclosed is an inkjet recording solution containinq an ul- 

S!ess ' and/ ° r anti ° Xidant in ° rder t0 improve the shelf ,ife ° f T«9~. but this solution is not sufficient in light 



SUMMARY OF THE INVENTION 

[0009] Under such situations, there is accordingly a demand for development, as a method capable of attaining all 

in ^TST' C0 '° r deVe ' 0Pmem 3nd ShSlf ,ife 0f '™^< a techni «- P a -itting formation of an image s fficien 
m image quality, water resistance and shelf life of images by using an ink containing both a dye excellent in colo 
development and shelf life of images and an antifading agent capable of sufficiently improving £ f image fastn ess of 

ITL!???! th ! inVen !i° n iS t0 Pf0Vide a " aqUS0US ink ' which is advantageous from the viewpoints of handling 
ease odor and safety, having high discharge stability and good color development and capable of forming an image 
excellent ,n color hue, shelf life, stability and water resistance and to overcome the drawbacks in the image qualS 
such as bleeding of thin lines. A further object of the present invention is to provide an inkjet recording .nk3 P osit on 
having , h.gh discharge stability even after storage over time under severe conditions and free from defects in color huT 
shelf life, stability, water resistance and image quality. ' 
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11] The above-described objects are attained by the following compositions or method: 

(1) An inkjet recording ink composition obtained by dissolving or dispersing, in an aqueous medium, an azo dye 
having an aromatic nitrogen-containing 6-membered heterocycle as a coupling component, wherein the compo- 
sition contains a compound represented by the following formula (I): 




(I) 



wherein, R 101 and R 102 each independently represents a hydrogen atom, an aliphatic group, an aromatic group, 
a heterocyclic group, an acyl group, an aliphatic oxycarbonyl group, an aromatic oxycarbonyl group, an aliphatic 
sulfonyl group, an aromatic sulfonyl group, a substituted or unsubstituted carbamoyl group, or a substituted or 
unsubstituted thiocarbamoyl group; 

R 103 represents an aliphatic group, an aromatic group, a heterocyclic group, an aliphatic oxy group, an ar- 
omatic oxy group, an aliphatic thio group, an aromatic thio group, an acyloxy group, an aliphatic oxycarbonyloxy 
group, an aromatic oxycarbonyloxy group, a substituted or unsubstituted amino group or a hydroxy group, or 

any of a pair R 101 and R 102 a pair R 102 and R 105 , and a pair R 103 and R 101 may be coupled to form a 5- to 
7-membered ring with the proviso that the ring formed is not a 2,2,6,6-tetraalkylpiperidine skeleton. 
(2) An inkjet recording ink composition as described in (1), wherein the azo dye is represented by the following 
formula (A-1): 




(A-l) 



wherein, 

A represents a 5-membered heterocyclic group, 

B 1 and B 2 represent -CR 1 = and -CR 2 = t respectively, or either one represents a nitrogen atom and the other 
one represents -CR 1 = or -CR 2 =, 

G, R 1 , and R 2 each independently represents a hydrogen atom, a halogen atom, an aliphatic group, an 
aromatic group, a heterocyclic group, a cyano group: a carboxyl group, a carbamoyl group, an alkoxycarbonyl 
group, an aryloxycarbonyl group, a heterocyclic oxycarbonyl group, an acyl group, a hydroxy group, an alkoxy 
group, an aryloxy group, a heterocyclic oxy group, a silyloxy group, an acyloxy group, a carbamoyloxy group, an 
alkoxycarbonyloxy group, an aryloxycarbonyloxy group, an amino group substituted with an alkyl, aryl or hetero- 
cyclic group, an acylamino group, an ureido group, a sulfamoylamino group, an alkoxycarbonylamino group, an 
aryloxycarbonylamino group, an alkyl- or aryl-sulfonylamino group, a heterocyclic sulfonylamino group, a nitro 
group, an alkyl-, aryl- or heterocyclo-thio group, an alkyl- or aryl-sulfonyl group, a heterocyclic sulfonyl group, an 
alkyl- or aryl-sulfinyl group, a heterocyclic sulfinyl group, a sulfamoyl group or a sulfo group, which may have a 
substituent further, 

R 5 and R 6 each independently represents a hydrogen atom, an aliphatic group, an aromatic group, a hete- 
rocyclic group, an acyl group, an alkoxycarbonyl group, an aryloxycarbonyl group, a carbamoyl group, an alkyl- 
or aryl-sulfonyl group or a sulfamoyl group, which may have a substituent further, or a pair R 1 and R 5 , or a pair R 5 
and R 6 may be coupled to form a 5- or 6-membered ring. 

(3) An inkjet recording ink composition as described in (1 ) or (2), wherein the compound represented by the formula 
(I) contains another compound represented by the formula (IA) or (IB): 
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R 102 R ' 12 r 1 °^ 

(IA) (IB) 

(4) An inkjet recording ink composition as described in (2) or (3), wherein A of the formula (A-1 ) is represented by 
any one of the following formulas (a) to (f): 



< a > (b) 

R 7 R 8 R io R 11 





(C) N R 12 (d> N-N 



s- 



(e) „,4 <f) 




R 18 

1 ,R 19 



► X 



R 20 



(5) An inkjet recording ink composition as described in any one of (2) to (4), which is prepared by dissolving and/ 
or dispersing, in an aqueous medium, the dye represented by the formula (A-1 ) when the dye is a water soluble dye. 

(6) An inkjet recording ink composition as described in any one of (2) to (4). which is prepared by dissolving the 
dye represented by the formula (A-1) in a high-boiling-point organic solvent and then dispersing the resulting 
solution in an aqueous medium, when the dye is an oil soluble dye. 

(7) An inkjet recording method, which comprise discharging, according to a recording signal, ink droplets on an 
image receiving material having, on a substrate thereof, an image receiving layer containing white inorganic pig- 
ment particles, and recording an image onto the image receiving material, wherein the ink droplets are made of 
an inkjet recording ink composition as described in any one of (1 ) to (6). 

55 DETAILED DESCRIPTION OF THE INVENTION 

[0012] The invention will hereinafter be described more specifically. 

[0013] A dye to be used for the inkjet recording ink composition of the invention is an azo dye having as a coupling 
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component an aromatic nitrogen-containing 6-membered heterocycle and that represented by the following formula 
(A-1) is preferred. 



B 2 =B i ^R 5 (A-1) 

A-N=N-\ />-N 

>-N- V 
G 



[0014] In the formula (A-1), A represents a 5-membered heterocyclic group. Examples of the hetero atom of the 
5-membered heterocyclic group include N : O and S. Preferred is a nitrogen-containing 5-membered heterocycle and 
the heterocycle may be condensed with an aliphatic ring, an aromatic ring or another heterocycle. 
15 [0015] Examples of the heterocycle as A include pyrazole ring : imidazole ring ; thiazole ring, isothiazole ring : thiadi- 
azole ring, benzothiazole ring, benzoxazole ring and benzoisothiazole ring. Each of these heterocyclic groups may 
have a substituent further. Of these, the pyrazole ring, imidazole ring, isothiazole ring, thiadiazole ring and benzothiazole 
ring represented by the below-described formulas (a) to (f) are preferred. 



(a) ( b ) 



25 




(O 



35 



t T 

- N 



)12 



(d) 



N-ISI 



13 




[0016] In the above-described formulas (a) to (f), R 7 to R 20 represent the substituents as described in G, R 1 and R 2 . 
[0017] Of the formulas (a) to (f), preferred are pyrazole and isothiazole rings represented by the formulas (a) and 
(b), with the pyrazole ring of the formula (a) being most preferred. 

[0018] B A and B 2 represent -CR 1 = and -CR 2 =, respectively, or one of them represents a nitrogen atom and the other 
55 one represents -CR 1 = or -CR 2 =, of which the former one is preferred. 

[0019] G, R 1 and R 2 each independently represents a hydrogen atom, a halogen atom, an aliphatic group, an aromatic 
group, a heterocyclic group, a cyano group, a carboxyl group, a carbamoyl group, an alkoxycarbonyl group, an ary- 
loxycarbonyl group, a heterocyclic oxycarbonyl group, an acyl group, a hydroxy group, an alkoxy group, an aryloxy 
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group, a heterocyclic oxy group, a silyloxy group, an acyloxy group, a carbamoyloxy group, an alkoxycarbonyloxy 
group, an aryloxycarbonyloxy group, an amino group substituted with an alkyl, aryl or heterocyclic group, an acylamino 
group, an ure.do group, a su.famoylamino group, an alkoxycarbonylamino group, an ary.oxycarbonylamino group an 
alky or arylsulfony group, a heterocyclic sulfonylamino group, a nitro grouo. an alkyl-, aryl- or heterocyclo-thio group 
an alkyl- or aryl-sulfonyl group, a heterocyclic sulfonyl group, an alkyl- or aryl-sulfinyl group, a heterocyclic sulfinyi 
group, a sulfamoyl group or a sulfo group, which may have a substituent further. 

[0020] Preferred examples of the substituent represented by G include a hydrogen atom, halogen atoms aliphatic 
groups, aromafc groups, a hydroxy group, alkoxy groups, aryloxy groups acyloxy groups, heterocyclic oxy groups 
ammo groups substituted with an alkyl, aryl, or heterocyclic group, acylamino groups, an ureido group a su.famoylami- 
no group alkoxycarbonylamino groups, aryloxycarbonylamino groups, and alkyl-, aryl- or heterocyclic thio groups of 
which a hydrogen atom, halogen atoms, alkyl groups, a hydroxy group, alkoxy groups, aryloxy groups, acyloxy groups 
ammo groups substituted with an alkyl, aryl or heterocyclic group, and acylamino groups are preferred, with a hydrogen 

mnT,', ary ! a T° 9 . r ° UPS ami<3e 9rOUP bSing m ° St Pref6rred - Ea0h 0f these 9 rou P s ma V have * substituent further 
[0021] Preferred examples of the substituent represented by R1 or R2 include a hydrogen atom, alkyl groups alkox- 
ycarbonyl groups, a carboxyl group, a carbamoyl group, and a cyano group. Each of these groups may have' a sub- 
stituent further. 7 

[0022] R5 and R6 each independently represents a hydrogen atom, an aliphatic group, an aromatic group a hete- 
rocyclic group, an acyl group, an alkoxycarbonyl group, an aryloxycarbonyl group, a carbamoyl group, an alkyl- or arvl- 
sulfonyl group or a sulfamoyl group, which may have a substituent further. Preferred examples of the substituent rep- 
resented by R5 or R6 include a hydrogen atom, aliphatic groups, aromatic groups, heterocyclic groups, acyl groups 
and alkyl- or aryl-sul onyl groups. Of these, a hydrogen atom, aromatic groups, heterocyclic groups, acyl groups and 
alkyl- or aryl-sulfonyl groups are more preferred, with a hydrogen atom, aryl groups and heterocyclic groups being 
most preferred. Each of these groups may have a substituent further. R5 and R6 however do not represent a hydrogen 
atom simultaneously. ' aB " 

[0023] A pair and R5, or a pair R* and R* may be coupled to form a 5- or 6-membered ring 
[0024] When each of the substituents represented by A. R'. R 2 R». R* and G has a substituent further, those de- 
scribed in G, R 1 and R 2 can be given as examples. 

[0025] When the dye of the invention is a water soluble dye, it has, as a substituent. an ionic hydrophilic group on 
any one position of A, Ri, R 2 , R*, R* and G. Examples of the ionic hydrophilic group as a substituent include a sulfo 
group, carboxyl group, and quaternary ammonium groups. As the ionic hydrophilic group, carboxyl and sulfo groups 
are preferred, with a sulfo group being especially preferred. The carboxyl and sulfo groups may be in the form of a 
salt. Examples of the counterion which forms its salt include aikali metal ions (ex. sodium ion and potassium ion) and 
organic cations (ex. tetramethylguanidium ion). When the dye does not belong to a water soluble dye it is regarded 
as an oil soluble dye. ' a 

[0026] The term "aliphatic group" as used herein means an alkyl group, a substituted alkyl group, an alkenyl group 
a suostituted alkenyl group, an alkynyl group, a substituted alkynyl group, an aralkyl group or a substituted aralkyl 
group. The aliphatic group may be branched or alternatively nay form a ring. The aliphatic group preferably has 1 to 
20, more preferably 1 to 16 carbon atoms. The aryl portion of the aralkyl or substituted aralkyl group is preferably 
phenyl or naphthyl, with phenyl being especially preferred. 

[0027] Examples of the aliphatic group include methyl, ethyl, butyl, isopropyl, t-butyl, hydroxyethyl. methoxyethyl 
cyanoethyl, tnfluoromethyl, 3-sulfopropyl, 4-sulfobutyl, cyclohexyl, benzyl. 2-phenethyl, vinyl and allyl 
[0028] The term "aromatic group" as used herein means an aryl group and a substituted aryl group. As the aryl group 
a phenyl or naphthyl group is preferred, with a phenyl group being especially preferred. The aromatic group has pref- 
erably 6 to.20, more preferably 6 to 16 carbon atoms. 

p^amLofphe^yl' 65 °' ^ ar ° matiC 9r ° UP inC ' Ude phenyl ' p " tolyl ' P-methoxyphenyl, o-chlorophenyl and m-(3-sulfopro- 

[0030] 5 The term "heterocyclic group" means a substituted heterocyclic group or an unsubstituted heterocyclic group 
The heterocycle may be condensed with an. aliphatic ring, an aromatic ring or another heterocycle. As the heterocyclic 
group, a 5- or 6-membered heterocyclic group is preferred. Examples of the substituent include aliphatic groups hal- 
ogen atoms alkyl- and aryl-sulfonyl groups, acyl groups, acylamino groups, sulfamoyl group, carbamoyl group and 
ionic hydrophilic groups. /at-. j S, ^ , " IU 

a^2- 1 fury E | XamPleS °' heter0CyCli ° gr0Up include 2 WW- 2-thienyl, 2-thiazolyl, 2-benzothiazolyl, 2-benzoxazolyl 

[0032] The term "alkyl- or aryl-sulfonyl group" means a substituted alkylsuffonyl group, a substituted aryl sulfonyl 
group, an unsubstituted alkylsulfonyl group or an unsubstituted arylsulfonyl group. Examples of the alkyl-and arvl- 
sulfonyl groups include methanesulfonyl group and phenylsulfonyl group, respectively. 

[0033] The term "alkyl- or aryl-sulfinyl group" means a substituted alkylsulfinyl group, a substituted aryl sulfinyi group 
an unsubstituted alkylsulfinyl group and an unsubstituted arylsulfinyl group. Examples of the alkyl- and aryl-sulfinyl 
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groups include methanesulfinyl group and phenylsulfinyl group, respectively. 

[0034] The term "acyl group" means a substituted acyl group or an unsubstituted acyl group. The acyl group has 
preferably 1 to 12 carbon atoms. Examples of the substituent include ionic hydrophilic groups. Examples of the acyl 
group include acetyl and benzoyl. 

5 [0035] Examples of the halogen atom include fluorine, chlorine and bromine atoms. 

[0036] The term "amino group substituted with an alkyl. aryl or heterocyclic group" means an amino group substituted 
with any one of alkyl groups, aryl groups and heterocyclic groups. The alkyl groups, aryl groups and heterocyclic groups 
may have a substituent further. An unsubstituted amino group is not embraced in it. As the alkylamino group, that 
having 1 to 6 carbon atoms is preferred. Examples of the substituent include ionic hydrophilic groups. Examples of the 

10 alkylamino groups include methylamino and diethylamino. 

[0037] The term "arylamino group" means a substituted arylamino group or an unsubstituted arylamino group. As 
the arylamino group, that having 6 to 12 carbon atoms is preferred. Examples of the substituent include halogen atoms 
and ionic hydrophilic groups. 

[0038] Examples of the arylamino group include aniiino and 2-chloroanilino. 
15 [0039] The term "alkoxy group" means a substituted alkoxy group or an unsubstituted alkoxy group. As the alkoxy 
group, that having 1 to 12 carbon atoms is preferred. Examples of the substituent include alkoxy groups, hydroxyl 
group, and ionic hydrophilic groups. Examples of the alkoxy group include methoxy, ethoxy, isopropoxy, methoxyethoxy, 
hydroxyethoxy and 3-carboxypropoxy. 

[0040] The term "aryloxy group" means a substituted aryloxy group or an unsubstituted aryloxy group. As the aryloxy 
20 group, that having 6 to 12 carbon atoms is preferred. Examples of the substituent include alkoxy groups and ionic 
hydrophilic groups. Examples of the aryloxy group include phenoxy, p-methoxyphenoxy and o-methoxyphenoxy. 
[0041] As the silyloxy group, that substituted with a C^ t2 aliphatic or aromatic group is preferred. Examples of the 
substituted silyloxy group include trimethylsilyloxy and diphenylmethylsilyloxy. 

[0042] The term "heterocyclic oxy group" means a substituted heterocyclic oxy group and an unsubstituted hetero- 
25 cyclic oxy group. The heterocyclic oxy group has preferably 2 to 1 2 carbon atoms. Examples of the substituent include 
alkyl, alkoxy and ionic hydrophilic groups. Examples of the heterocyclic oxy group include 3-pyridyloxy and 3-thienyloxy. 
[0043] The term "alkoxycarbonyloxy group" means a substituted alkoxycarbonyloxy group or an unsubstituted alkox- 
ycarbonyloxy group. The alkoxycarbonyloxy group has preferably 2 to 12 carbon atoms. Examples of the alkoxycarb- 
onyloxy group include methoxycarbonyloxy and isopropoxycarbonyloxy. 
30 [0044] The term "aryloxycarbonyloxy group" means a substituted aryloxycarbonyloxy group or an unsubstituted ary- 
loxycarbonyloxy group. The aryloxycarbonyloxy group has preferably 7 to 12 carbon atoms. Examples of the aryloxy- 
carbonyloxy group include phenoxycarbonyloxy. 

[0045] The term "acylamino group" means a substituted acylamino group or an unsubstituted acylamino group. The 
acylamino group has preferably 2 to 12 carbon atoms. Examples of the substituent include ionic hydrophilic groups. 
35 Examples of the acylamino group include acetylamino, propionylamino, benzoylamino, N-phenylacetylamino and 
3,5-disulfobenzoylamino. 

[0046] The term "ureido group" means a substituted ureido group or an unsubstituted ureido group. The ureido group 
has preferably 1 to 12 carbon atoms. Examples of the substituent include alkyl and aryl groups. Examples of the ureido 
group include 3-methylureido, 3,3-dimethylureido and 3-phenylureido. 
40 [0047] The term "sulfamoylamino group" means a substituted sulfamoylamino group or an unsubstituted sulfa- 
moylamino group. Examples of the substituent include alkyl groups. Examples of the sulfamoylamino group include 
N ,N-dipropylsulfamoylamino. 

[0048] The term "alkoxycarbonylamino group" means a substituted alkoxycarbonylamino group or an unsubstituted 
alkoxycarbonylamino group. The alkoxycarbonylamino group has preferably 2 to 12 carbon atoms. Examples of the 
45 substituent include ionic hydrophilic groups. Examples of the alkoxycarbonylamino group include ethoxycarbonylamino 
group. 

[0049] The term "alkyl- or aryl-sulfonylamino group" means a substituted alkylsulfonylamino group, a substituted 
arylsulfonylamino group, an unsubstituted alkylsulfonylamino group or an unsubstituted arylsulfonylamino group. The 
sulfonylamino group has preferably 1 to 12 carbon atoms. Examples of the substituent include ionic hydrophilic groups. 
50 Examples of the sulfonylamino group include methanesulfonylamino, N-phenylmethanesulfonylamino : benzenesulfo- 
nylamino and 3-carboxybenzenesulfonylamino. 

[0050] The term "carbamoyl group" means a substituted carbamoyl group or an unsubstituted carbamoyl group. 
Examples of the substituent include alkyl groups. Examples of the carbamoyl group include methylcarbamoyl and 
dimethylcarbamoyl. 

55 [0051] The term "sulfamoyl group" embraces a substituted sulfamoyl group or an unsubstituted sulfamoyl group. 
Examples of the substituent include alkyl groups. Examples of the sulfamoyl group include dimethylsutfamoyl and 
di-(2-hydroxyethyl)sulfamoyl. 

[0052] The term "alkoxycarbonyl group" means a substituted alkoxycarbonyl group or an unsubstituted alkoxycarb- 
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onyl group. The alkoxycarbonyl group has preferably 2 to 12 carbon atoms. Examples of the substituent heluri. mm. 
0053? The 3» a E c T P,eS ° f a,k °^*ony, group Include methoxycarbony, and S'CS 
[0053] The term acyloxy group" means a substituted acyloxy group or an unsubstituted acyloxy group The acvloxv 

[0054] The term "carbamoyloxy group" means a substituted carbamoyloxy group or an unsubstituted carbamovloxv 

7Z subsliluent include aikyi 9roups - Exampies ° r ,he ca ~< y ^ ^£%sz 

ELm^"" "7 l0XyC K arb0 ^' 9 rou P" mea "* a substituted aryloxycarbonyl group or an unsubstituted ary.oxycar- 
S°dl 9 h°i P ' aiy ' 0XyCarbon y | 9 rou P has P refera >% 7 to 1 2 carbon atoms. Examples of the substituent incSonic 
hydroph.hc groups. Examples of the aryloxycarbonyl group include phenoxycarbonyl 

SL^ 6 T ". ar y lox y ca *° n y ,amin ° Sroup" means a substituted aryloxycarbonylamino group or an unsubstituted 
aryloxycarbonylamrno group. The aryloxycarbonylamino group has preferably 7 to 12 carbon atoms Example o 'he 
substituent include ionic hydrophilic groups. Examp.es of the aryloxycarbony.amino group ^pZS^ 

[0057] The term "alky!-, aryl- or heterocyclic-thio group" means a substituted alkyl-. aryl- or heterocyclic-thio orouo 
to 12 Z^nT" ^ T 0r f heteroc V clic " thi ° 0™P- ^e alky,, aryl- or heterocyclic B " u ha s pr eX ? 
to 12 carbon atoms. Examples of the substituent include ionic hydrophilic groups. Examples of the alkvl a^l n 
heterocyclic-thio group include methylthio, phenylthio and 2-pyridylthio groups tXamples the al ^' ^ ™ 

Sh™^^ 

l Z^L^TZrT X T CV T S , U,fonylamino 9 rou P" mean * a substituted heterocyclic sulfonylamino group or an 
^substituted heterocyclic sulfonylam.no group. The heterocyclic sulfonylamino group has preferably 1 to 12 carbon 

S.ui! X tr P T *! SUb , StitUent inC ' Ude i0niC hydr ° philiC 9r0Ups ' Exam P' es of *• heterocyclic sulnylamino gmup 
include 2-thiophenesulfonylamino and 3-pyridinesulfonylamino lonyiammo group 

hlwi T "l 1616 ^^ sulfon y' 9 rou P" m eans a substituted heterocyclic sulfonyl group or an unsubstituted 
heterocychc sulfonyl group. The heterocyclic sulfonyl group has preferably 1 to 12 carbon atoms Examples of he 

S^^^T hydr0Phi ' iC 9r ° UPS EXamP ' eS ° f ^ heter0CydlC ^ '™> inC ' Uda ^thiophTnrsln^ 

," heteroc y clic sulfin y' 9roup" means a substituted heterocyclic sulfinyl group or an unsubstituted 
heterocychc sulfinyl group. The heterocyclic sulfinyl group has preferably 1 to 12 carbon atoms. Example o? the sib 

SS "In the^nvTn, Tn7T f^' EXamf " eS * ^ SUlfinyl ^ M 4 i £KX 

[0062] In the mvent.on, a structure represented by the following formula (A-2) is especially preferred. 



Z 2 Z 1 



\ / R R , 

/ (A ' 2) 



N 
I 

Q 




0 20 or altr Th7 f ^ J represents 3n e,ectron attractive 9™P having a Hammett substituent constant 8p of 
0.20 or greater. The electron attractive group represented by V has preferably Sp of 0.30 or greater more preferably 

1 A m \ ? eS r ,a " y °- 6 ° ° r 9rSater The C ° nStant 5 P is how ? ver desirad to exceed 1 .0 Preferred 2 
examples of he substituent include e.ectron attractive substituents which will be described later. Of these preferred 
are C 2 . ;2 acyl groups, C 2 . 12 alkyloxycarbonyl groups, nitro group, cyano group, C, 12 alkylsulfonyl groups C arvl 
sujony, groups^, carbamoyl groups, and C, 12 a.kyi haiide groups' of whicV cyano group" C^StaiC 
raS' A 18 ^ 7i? r ° UPS eSpeCia " y Preferred ' With cyano 9 rou P bein 9 most P^ed- 112 ■ * 

M65 R3 ' fl nH % !" h I" ?T la (A " 2> h3Ve the Same mea " in9s as described in the for ™' a (A-1). 
[0065] R and R« each .ndependently represents a hydrogen atom, an aliphatic group, an aromatic group a hete- 
recychc group, an acy group, an alkoxycarbonyl group, an aryloxycarbonyl group, a carbamoyl group an aZ- or aryl- 
sulfonyl group or a sulfamoyl group. Of these, a hydrogen atom, an aromatic group, a heterocyclic group an acyl group 
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an alkylsulfonyl group or an arylsulfonyl group is preferred, with a hydrogen atom, an aromatic group or a heterocyclic 
group being especially preferred. 

[0066] Z 2 represents a hydrogen atom, an aliphatic group, an aromatic group or a heterocyclic group. Q represents 
a hydrogen atom, an aliphatic group, an aromatic group or a heterocyclic group. As Q. a group made of a nonmetal 

5 atomic group necessary for forming a 5- to 8-membered ring is preferred. The 5- to B-membered ring may be substituted, 
be saturated or have an unsaturated bond. An aromatic group and a heterocyclic group are especially preferred. Pre- 
ferred examples of the nonmetal atom include nitrogen atom, oxygen atom, sulfur atom and carbon atom. Specific 
examples of such a cyclic structure include benzene, cyclopentane, cyclohexane, cycloheptane, cyclooctane, cyciohex- 
ene, pyridine, pyrimidine, pyrazine, pyridazine, triazine : imidazole, benzimidazole, oxazole, benzoxazole, thiazole, ben- 

10 zothiazole, oxane, sulfolane and thiane rings. 

[0067] Each of the groups as described in the formula (A-2) may have a substituent further. When they have a 
substituent, substituents as described in the formula (A-t) : groups exemplified in G, R 1 , or R 2 , and ionic hydrophilic 
groups can be mentioned by way of example. 

[0068] A description will next be made of a Hammett substituent constant op value used herein. The Hammett rule 
15 is an empirical rule suggested by L. P. Hammett in 1 935 in order to deal quantitatively with the influence of substituents 
on reactions or equilibria of benzene derivatives, and nowadays its validity is widely accepted . The substituent constants 
determined by the Hammett rule include op values and am values, many of which are described in general books and 
are described in detail, for example, in "Lange's Handbook of Chemistry, M 12th edition, ed. by J. A. Dean, published in 
1979 (McGraw-Hill), and in "Journal of Japanese Chemistry", Extra Number, No. 122, pages 96 to 103, 1979 (Nankodo 
20 Co. : Ltd.). In the present invention, each substituent is stipulated by the Hammett substituent constant op values. It is 
however needless to say that substituents are not limited by these values which are known and described in literature 
in these books but rather the present invention includes substituents whose Hammett substituent constant op values 
are not known in the literature but when measured in accordance with the Hammett rule, fall within its range. The 
compounds represented by the formulas (A-1) and (A-2) of the invention are not always benzene derivatives, but ap 
25 values are used as a measure for indicating electron effects of the substituent irrespective of the position of the sub- 
stituent. In the invention, ap values are used in this sense. 

[0069] Examples of electron attractive groups having an Hammett substituent constant ap value of 0.60 or greater 
include cyano group, nitro group, alkylsulfonyl groups (such as methanesulfonyl) and arylsulfonyl groups (such as 
benzenesulfonyl). 

30 [0070] Examples of electron attractive groups having an Hammett substituent constant ap value of 0.45 or greater 
include acyl groups (such as acetyl), alkoxycarbonyl groups (such as dodecyloxycarbonyl), aryloxycarbonyl groups 
(such as m-chlorophenoxycarbonyl), alkylsulfinyl groups (such as n-propylsulfinyl), arylsulfinyl groups (ex. phenylsulfi- 
nyl), sulfamoyl groups (such as N-ethylsulfamoyl and N,N-dimethylsulfamoyl), and alkyl halilde groups (such as trif- 
luoromethyl). 

35 [0071] Examples of the electron attractive groups with a op value of 0.30 or greater include, in addition to the above- 
described groups, acyloxy groups (such as acetoxy), carbamoyl groups (such as N-ethylcarbamoyl and N,N-dibutyl- 
carbamoyl), halogenated alkoxy groups (such as trifluoromethyioxy), halogenated aryloxy groups (such as pentafluor- 
ophenyloxy), sulfonyloxy groups (ex. methylsulfonyloxy), halogenated alkylthio groups (such as difluoromethylthio), 
aryf groups substituted with at least two electron attractive groups having a ap value4 of 0.15 or greater (such as 

40 2,4-dinitrophenyl and pentachlorophenyl) and heterocycles (such as 2-benzoxazolyl, 1-benzothiazolyl and 1-phenyl- 
2-benzimidazolyl). Specific examples of the electron attractive group having a ap value of 0.20 or greater include, in 
addition to the above-described ones, halogen atoms. _ 

[0072] The azo dyes of the formula (A-1) having, as B 1 and B 2 : -CR 1 = and -CR 2 =, respectively, and, as each of R 1 
and R 2 , a hydrogen atom, a halogen atom, a cyano group, a carbamoyl group, a carboxyl group, an alkyl group, a 
45 hydroxy group or an alkoxy group, more preferably a hydrogen atom, a cyano group, a carbamoyl group or an alkoxy 
group are especially preferred. 

[0073] As G, preferred are a hydrogen atom, halogen atoms, alkyl groups, a hydroxyl group, an amino group and 
amide groups, of which a hydrogen atom, halogen atoms, an amino group and amide groups are more preferred, with 
a hydrogen atom, an amino group and amide groups being still more preferred. 
so [0074] As A, preferred are pyrazole, imidazole, isothiazole, thiadiazole and benzothiazole rings, of which pyrazole 
and isothiazole rings are more preferred, with pyrazole ring being most preferred. 

[0075] As R 5 and R 6 , preferred are a hydrogen atom, alkyl groups, aryl groups, heterocyclic groups, a sulfonyl group 
and acyl groups, of which a hydrogen atom, aryl groups, heterocyclic groups and a sulfonyl group are preferred, with 
a hydrogen atom, aryl groups and heterocyclic groups being most preferred. R 5 and R 6 however do not represent a 
55 hydrogen atom simultaneously. 

[0076] As the compound of the formula (A-1 ), those having, as at least one of the substituents, the above-described 
preferred group are preferred, of which those having, as more substituents, the above-described preferred groups are 
more preferred, with those having, as all the substituents, the above-described preferred groups being most preferred. 
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[0077] Specific examples of the azo dye of the formula (A-1) will be described below, but azo dyes used in the 
invention are not limited thereto. 
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[0078] The inkjet recording ink compositions of the invention each contains the azo dye preferably in an amount of 
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0.1 to 20% by mass, more preferably 0.2 to 15% by mass. 

[0079] The Inkjet recording ink composition of the invention may contain another dye in combination with the azo 
dye in order to adjust the color tone for obtaining a full-color image. The dyes usable in combination will next be 
described. 

5 [0080] As yellow dyes, any desired one can be employed. Examples include aryl or heterylazo dyes having, as a 
coupling component, a phenol, naphthol, aniline, pyrazolone, pyridone, or open-chain type active methylene com- 
pound; azomethine dyes having an open-chain active methylene compound as a coupling component; methine dyes 
such as benzylidene and monomethineoxonol dyes; quinone dyes such as naphthoquinone and anthraquinone dyes; 
and other dyes such as quinophthalone, nitro-nitroso, acridine and acridinone dyes. 

10 [0081 ] As magenta dyes, any desired one is usable in the invention. Examples include aryl or heterylazo dyes having 
a phenol, naphthol or aniline as a coupling component: azomethine dyes having a pyrazolone or pyrazolotriazole as 
a coupling component; methine dyes such as arylidene, styryl, merocyanine, and oxonol dyes; carbonium dyes such 
as diphenylmethane, triphenylmethane and xanthene dyes: quinone dyes such as naphthoquinone, anthraquinone 
and anthrapyridone dyes: and condensed polycyclic dyes such as dioxazine dyes. 

15 [0082] As cyan dyes : any desired one is usable in the invention. Examples include indoaniline dyes, indophenol dyes 
and azomethine dyes having pyrrolotriazole as a coupling component; polymethine dyes such as cyanine, oxonol and 
merocyanine dyes; carbonium dyes such as diphenylmethane, triphenylmethane and xanthene dyes; phthalocyanine 
dyes; anthraquinone dyes: aryl or heterylazo dyes having a phenol, naphthol or aniline as a coupling component; and 
indigo-thioindigo dyes. 

20 [0083] Each of the above-exemplified dyes may assume each of yellow, magenta and cyan colors for the first time 
after dissociation of a portion of its chromophore. In this case, a counter cation may be either an inorganic cation such 
as alkali metal or ammonium or an organic cation such as pyridinium or quaternary ammonium salt. Alternatively, it 
may be a polymer cation having, in its partial structure, such a cation. 

[0084] Preferred is the use of pigments formed by the reaction between the below-described yellow, magenta and 
25 cyan couplers with the oxidized product of an aromatic primary amine developing agent. 

[0085] Yellow couplers: Couplers as described in U.S. Patent Nos. 3,933,501 , 4,022,620, 4,326,024, 4,401 ,752 and 
4,248,961, Japanese Patent Publication No. 10739/1983, British Patent Nos. 1,425,020 and 1,476,760, U.S. Patent 
Nos. 3,973,958, 4,314,023 and 4,511.649, and European Patent No. 249,473A, couplers represented by the formula 
(I) or (II) of European Patent No. 502 : 424A : couplers represented by the formula (1) or (2) of European Patent No. 
30 513.496A (particularly Y-28 on page 18). couplers represented by the formula (I) of claim 1 of European Patent No. 
568,037A : couplers represented by the formula (I), lines 45 to 55, column 1 of U.S. Patent No. 5,066,576, couplers 
represented by the formula (I) in [0008] of Japanese Patent Laid-Open No. 274425/1992, couplers as described in 
Claim 1 on page 40 of European Patent No. 498,381 A1 (particularly, D-35 on page 18), couplers represented by the 
formula (Y) on page 4 of European Patent No. 447,969A1 (particularly, Y1 (on page 1 7), Y-54 (page 41)) and couplers 
35 represented by the formulas (II) to (IV), lines 36 to 58, column 7 of U.S. Patent No. 4,476,219 [particularly, 11-17 and 
19 (column 17), and II-24 (column 19)]. 

[0086] Magenta couplers: Couplers as described in U.S. Patent Nos. 4,310,619 and 4,351 ,897 : European Patent 
No. 73,636, U.S. Patent Nos. 3,061,432 and 3,725,067, Research Disclosure Nos. 24220 (June, 1984) and 24230 
(June, 1984), Japanese Patent Laid-Open Nos. 33552/1 985, 43659/1985, 72238/1986,35730/1988, 118034/1 980 and 

40 185951/1985, U.S. Patent Nos. 4,500.630, 4,540,654 and 4,556,630, World IPO WO88/04795, Japanese Patent Laid- 
Open No. 39737/1 991 [L-57 (right bottom on page 11), L-68 (right bottom on page 1 2) and L-77 (right bottom on page 
13)], European Patent Nos. 456,257 [[A-4]-63 (page 134), [A-4J-73, -75 (page 139)], 486,965 {[M-4, -6] (page 26), M- 
7 (page 27)) and 571.959A ([M-45] (page 19)}, Japanese Patent Laid-Open No. 204106/1983 ((M-1) (page 6)), and 
No. 362631/1992 (M-22 of [0237]), and U.S: Patent Nos. 3,061 ,432 and 3,725,067. . ■ 

45 [0087] Cyan couplers: U.S. Patent Nos. 4,052,212, 4,146,396, 4,228,233 and 4,296,200, European Patent No. 
73,636, Japanese Patent Laid-Open 204843/1992 [CX-1 .3,4,5,11 ,12,13,15 (pages 14 to 16)], Japanese Patent Laid- 
Open No. 43345/1 992 [C-7,1 0 (page 35). 34,35 (page 37), (1-1 ), (1-1 7) (pages 42 to 43)] and a coupler represented by 
the formula (ia) or (lb) of Claim 1 of Japanese Patent Laid-Open No. 67385/1994. 
[0088] In the next place, compounds represented by the formula (I) will be described. 
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[0089] In the formula (I), R 101 and R 102 each represents a hydrogen atom, an aliphatic group (such as methyl, ethyl, 
t-butyl, octyl or methoxyethoxy), an aromatic group (such as phenyl, p-chlorophenyl or naphthyl), a heterocyclic group 
(such as 2-pyridyl, 4-pyridyl, 1-piperidino or 1-morpholino), an acyl group (such as acetyl, pivaloyl, methacryloyl, or 
benzoyl), aliphatic oxycarbonyl group (such as methoxycarbonyl or hexadecyloxycarbonyl), an aromatic oxycarbonyl 
5 group (such as phenoxycarbonyl), an aliphatic sulfonyl group (such as methanesulfonyl or butanesulfonyl) ; an aromatic 
sulfonyl group (such as benzenesulfonyl or p-totuenesulfonyl), a substituted or unsubstituled carbamoyl group (such 
as carbamoyl, N-methylcarbamoyl or N-phenylcarbamoyl), or a substituted or unsubstiluted thiocarbamoyl group (such 
as thiocarbamoyl, N-methylthiocarbamoyl or N-phenylthiocarbamoyl). 

[0090] R 103 represents an aliphatic group (such as methyl, ethyl, t-butyl, octyl or methoxyethoxy), an aromatic group 
10 (such as phenyl, p-chlorophenyl or naphthyl), an aliphatic oxy group (such as methoxy or octyloxy) ; an aromatic oxy 
group (such as phenoxy or p-methoxyphenoxy), an aliphatic thio group (such as methylthio or octylthio), an aromatic 
thio (such as phenylthio or p-methoxyphenylthio), an acyloxy group (such as acetoxy, pivaloyloxy or p-chlorobenzoyi), 
an aliphatic oxycarbonyloxy group (such as methoxycarbonyloxy or octyl oxycarbonyl oxy), an aromatic oxycarbonyloxy 
group (such as phenoxycarbonyloxy), a substituted or unsubstituted amino group (such as an amino group substituted 
with an aliphatic group, an aromatic group, an acyl group, an aliphatic sulfonyl group or an aromatic sulfonyl group), 
a heterocyclic group (such as 2-pyridyl, 4-pyridyl, 1-piperidino or 1 -morpholino) or hydroxy group. 
[0091] If possible, any of a pair R 101 and R 1 <> 2 a pa ir R™ 2 and rkh and a pair R 103 and R ioi may be CO upled 
together to form a 5- to 7-membered ring (such as piperidine or pyrazolidine) with the proviso that the ring thus formed 
is not a 2,2,6,6-tetraalkyJpiperidine skeleton. 
20 [0092] These substituents may be substituted further with, for example, a halogen atom, an alkyi group (such as 
cycloalkyl or bicycloalkyl), an alkenyl group (such as cycloalkenyl or bicycloalkenyi), an alkynyl group, an aryl group, 
a heterocyclic group, a cyano group, a hydroxyl group, a nitro group, a carboxyl group, an alkoxy group, an aryloxy 
group, a silyloxy group, a heterocyclic oxy group, an acyloxy group, a carbamoyloxy group, an alkoxycarbonyloxy 
group, an aryloxycarbonyloxy group, an amino group (including an anilino group), an acylamino group, an aminocar- 
25 bonylamino group, an alkoxycarbonylamino group, an aryloxycarbonylamino group, a sulfamoylamino group, an alkyl- 
or aryl-sulfonylamino group, a mercapto group, an alkylthio group, an arylthio group, a heterocyclic thio group, a sul- 
famoyl group, a sulfo group, an alkyl- or aryl-sulfinyl group, an alkyl- or aryl-sulfonyl group, an acyl group, an aryloxy- 
carbonyl group, an alkoxycarbonyl group, a carbamoyl group, an aryl or heterocyclic azo group, an imido group, a 
phosphino group, a phosphinyl group, a phosphinyloxy group, a phosphinylamino group or a silyl group. 
30 [0093] The compounds of the invention represented by the formula (I) embrace compounds of the formula (I) as 
described in Japanese Patent Publication No. 97332/1994, compounds of the formula (I) as described in Japanese 
Patent Publication No. 97334/1994, compounds of the formula (I) as described in Japanese Patent Laid-Open No. 
148037/1 990, compounds of the formula (i) as described in Japanese Patent Laid-Open No. 1 50841 /1 990, compounds 
of the formula (I) as described in Japanese Patent Laid-Open No. 181145/1990, compounds of the formula (I) as 
35 described in Japanese Patent Laid-Open No. 266836/1 991 , compounds of the formula (IV) as described in Japanese 
Patent Laid-Open No. 350854/1992, and compounds of the formula (I) as described in Japanese Patent Laid-Open 
No. 61166/1993. 

[0094] As the compounds of the formula (I), compounds of the formulas (1 A) and (1 B) are preferred in consideration 
of their effects. 



40 



R 101 R 111 R 101 

v / \ 



N — N N — O — R 

/ \ 112 / 

R>02 R 11Z r 102 



113 



50 



(1A) (IB) 



[0095] In each of the formulas (1 A) and (1 B), R 101 and R 102 have the same meanings as defined above in the formula 
(I). R 111 to R 113 have the same meanings as described as R 101 . 

[0096] In the formula (IA), R 101 and R 102 each preferably represents a hydrogen atom, an aliphatic group, an aromatic 
55 group, of which an aliphatic group or an aromatic group is more preferred. R 111 and R 112 each preferably represents 
a hydrogen atom, an acyl group, an aliphatic oxycarbonyl group, an aromatic oxycarbonyl group, a sulfonyl group, a 
substituted or unsubstituted carbamoyl group, or a substituted or unsubstituted thiocarbamoyl group, with a hydrogen 
atom, an acyl group, a sulfonyl group, a substituted or unsubstituted carbamoyl group or a substituted or unsubstituted 
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thiocarbamoyl group being more preferred. 

[0097] In the formula (IB), R 101 represents preferably an aliphatic group, an aromatic group, a heterocyclic group, 
an acyl group, an aliphatic sulfonyl group or an aromatic sulfonyl group, with an aliphatic group, a heterocyclic group 
or an acyl group being more preferred. R 102 represents preferably a hydrogen atom, an aliphatic group or an aromatic 
group, with a hydrogen atom or an aliphatic group being more preferred. R 113 represents preferably a hydrogen atom, 
an aliphatic group, an aromatic group, a heterocyclic group or an acyl group, v/ith a hydrogen atom or an aliphatic 
group being more preferred. 

[0098] Compounds of the formula (I A) can be synthesized by alkylation : acylation, sulfonylatton or carbamoylation 
of a hydrazine derivative. Compounds of the formula (IB), on the other hand, can be synthesized by alkylation or 
acylation of a hydroxylamine derivative. 

[0099] Specific examples of the compounds represented by the formula (I) will be described next, but they are not 
limited thereto. 
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[0100] The Inkjet recording ink composition preferably contains 2 to 200 parts by mass of the invention compound 
of the formula (I) based on 1 00 parts by mass of the dye. If necessary, two or more compounds are usable as a mixture 
of any mixing ratio. Compounds as described below may be used in combination. These compounds are usable in any 
phase of the inkjet recording ink composition, but coexistence with the azo dye is desired. 

[0101] In the invention, various organic or metal complex type antifading agents can be used to improve the shelf 
life of images. Organic antifading agents include hydroquinones, alkoxyphenols, dialkoxyphenols, phenols, anilines, 
amines, indanes, coumarones, alkoxyanilines and heterocycles, while metal complex type antifading agents include 
nickel complexes and zinc complexes. More specifically, usable are compounds as cited in the patents described in 
Research Disclosure, No. 17643 (Sections I to J of VII), No. 15162, No. 18716 (left column on page 650), No. 36544 
(page 527), No. 307105 (page 872), and No. 15162; and those embraced in the formula of the typical compounds and 
compound examples described on pages 127 to 137 of Japanese Patent Laid-Open No. 215272/1087. 
[0102] As well as these compounds, alkene compounds of the formula (I) in U.S. Patent No. 4713317, boron com- 
pounds of the formula (I) in Japanese Patent Laid-Open No. 174430/1992, epoxy compounds of the formula (II) in U. 
S. Patent No. 5183731 and the formula (S1) in Japanese Patent Laid-Open No. 53431/1996, disulfide compounds of 
the formula in EP 271322B1 and the formulas (I), (II), (III) and (IV) in Japanese Patent Laid-Open No. 19736/1992, 
sulfinic acid compounds of the formula (1) in U.S. Patent No. 4770987, reactive compounds of the formulas (I), (II), 

(III) and (IV) in U.S. Patent No. 5242785, and cyclic phosphorous compounds of the formula (1) in Japanese Patent 
Laid-Open No. 283279/1996. 

[0103] In the invention, metal complexes may be used. A number of metal complexes such as dithiolate nickel com- 
plexes and salicylaldoxime nickel complexes are known. Metal complexes such as those represented by the formula 

(I) in Japanese Patent Publication No. 13736/1986, the formula (I) in Japanese Patent Publication No. 13737/1986, 
the formula (I) in Japanese Patent Publication No. 13738/1986, the formula (I) in Japanese Patent Publication No. 
13739/1986, the formula (I) in Japanese Patent Publication No. 13740/1986, the formula (I) in Japanese Patent Pub- 
lication No. 13742/1986, the formula (I) in Japanese Patent Publication No. 13743/1986, the formula (I) in Japanese 
Patent Publication No. 13744/1 986, the formula in Japanese Patent Publication No. 69212/1993, the formulas (I) and 

(II) in Japanese Patent Publication No. 88809/1993, the formula in Japanese Patent Laid-Open No. 1 99248/1988, the 
formulas (I) and (II) in Japanese Patent Publication No. 75568/1989, the formulas (I) and (II) in Japanese Patent Laid- 
Open No. 182749/1991, the formulas (II), (III), (IV) and (V) in U.S. Patent No. 4590153, and the formulas (II), (III) and 

(IV) in U.S. Patent No. 4912027. 

[0104] Metal complexes represented by the formula (IIIA) are usable in the invention in consideration of their effects. 




(IIIA) 



^95 R 96 Rg 6 R95 



[0105] In the formula (IIIA), R 91 , R 92 , R 93 and R 94 each represents a substituent, R 95 represents a hydrogen atom, 
an aliphatic group or an aromatic group, R 96 represents a hydrogen atom, an aliphatic group, an aromatic group or a 
hydroxy group, and M stands for Cu, Co, Ni, Pd or Pt, or two R 96 s may be coupled together to form a 5- to 7-membered 
ring, or any adjacent pair of R 91 and R 92 , R 92 and R 93 , R 93 and R^. R^ and R g5 may be coupled together to form a 
5- or 6-membered ring. 

[0106] Examples of the substituent R 91 , R 92 , R 93 or R^ include aliphatic groups, aliphatic oxy groups, aliphatic 
sulfonyl groups, aromatic sulfonyl groups and acylamino groups. Examples of the aliphatic group as R 95 or R 96 include 
methyl, ethyl and undecyl groups and those of the aromatic group include phenyl group. As M, Ni is preferred. 
[0107] The compounds of the formula (1) may be used in combination with an antistaining agent as described in 
Japanese Patent Laid-Open No. 104448/1995 (column 39/line 50 to column 70/line 9), Japanese Patent Laid-Open 
No. 77775/1995 (column 61 /line 50 to column 62/line 49), or Japanese Patent Laid-Open No. 301895/1995 (column 
87/line 49 to column 88/line 48); a ultraviolet absorber as described in Japanese Patent Laid-Open No. 21 5272/1 987 
(page 125/upper right column/line 2 to page 127/lower left column/last line), Japanese Patent Laid-Open No. 
33144/1990 (page 37/lower right column/line 14 to page 38/upper left column/line 11), or European Patent No. 
0.355. 600A2 (page 85/line 22 to line 31); or an antifading agent as described in Japanese Patent Laid-Open No. 
104448/1995 (column 70/line 10 to column 71/line 2). 
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[0108] The Inkjet recording ink of the invention can be prepared by dissolving and/or dispersing, in an aqueous 
medium, the azo dye and a compound represented by the formula (I). The aqueous medium usable in the invention is 
obtained adding an additive such as humectant, stabilizer or antiseptic as needed to water or a mixture of water and 
a small amount of a water miscible organic solvent. 

s [0109] Examples of the water miscible organic solvent usable in the invention include alcohols (such as methanol, 
ethanol, propanol, isopropanol, butanol, isobutanol, sec-butanol, t-butanol, pentanol, hexanol, cyclohexanol and benzyl 
alcohol), polyhydric alcohols (such as ethylene glycol, diethylene glycol, triethylene glycol, polyethylene glycol, pro- 
pylene glycol, dipropylene glycol, polypropylene glycol, butylene glycol, hexanediol, pentanediol, glycerin, hexane triol 
and thiodiglycol), glycol derivatives (such as ethylene glycol monomethyl ether, ethylene glycol monoethyl ether, eth- 

10 ylene glycol monobutyl ether, diethylene glycol monomethyl ether, diethylene glycol monobutyl ether, propylene glycol 
monomethyl ether, propylene glycol monobutyl ether, dipropylene glycol monomethyl ether, triethylene glycol mono- 
methyl ether, ethylene glycol diacetate, ethylene glycol monomethylether acetate, triethylene glycol monomethyl ether, 
triethylene glycol monoethyl ether and ethylene glycol monophenyl ether), amines (such as ethanolamine, dieth- 
anolamine, triethanolamine, N-methyldiethanolamine, N-ethyldiethanolamine, morpholine, N-ethylmorpholine, ethyl- 

15 enediamine, diethylenetriamine, triethylenetetramine : polyethyleneimine and tetramethylpropylenediamine) and the 
c.iher polar solvents (ex. formamide, N,N-dimethylformamide. N N-dimethylacetamide, dimethylsulfoxide, sulfolane, 
2-pyrrolidone, N-methyl-2-pyrrolidone, N-vinyl-2-pyrrolidone, 2-oxazolidone, 1,3-dimethyl-2-imidazolidinone, ace- 
tonitrile and acetone). At least two of these water miscible organic solvents can be used in combination. 
[0110] When the azo dye is an oil soluble dye, it can be prepared by dissolving the oil soluble dye in a high-boiling- 

20 point organic solvent and then dispersing and emulsifying the resulting solution in an aqueous medium. When the 
compound of the formula (I) is used, it may be dispersed and emulsified together with the oil soluble dye and allowed 
to coexist with the dye in the same oil droplet. Alternatively, the dispersed emulsion obtained separately may be added 
or the compound may be dissolved or dispersed in an aqueous phase. Coexistence of it with the oil soluble dye in the 
same oil droplet is however preferred. 

25 [0111] The high-boiling-point organic solvent to be used in the invention has a boiling point of 150°C or greater, 
preferably 1 70°C or greater. 

[0112] Examples include phthalic acid esters (such as dibutyl phthalate, dioctyl phthalate, dicyclohexyl phthalate, 
di-2-ethylhexyl phthalate, decyl phthalate, bis(2,4-di-tert-amylphenyl) isophthalate, and bis(1 ,1-diethylpropyl) phtha- 
late), phosphoric acid or phosphonic acid esters (such as diphenyl phosphate, triphenyl phosphate, tricresyl phosphate, 

30 2-ethylhexyldiphenyl phosphate, dioctylbutyl phosphate, tricyclohexyl phosphate, tri-2-ethylhexyl phosphate, tridodecyl 
phosphate, and di-2-ethylhexylphenyl phosphate), benzoic acid esters (such as 2-ethylhexyl benzoate, 2 : 4-dichlo- 
robenzoate, dodecyl benzoate, and 2-ethylhexyl-p-hydroxy benzoate), amides (such as N,N-diethyldodecanamide and 
N,N-diethyllaurylamide), alcohols or phenols (such as isostearyl alcohol and 2,4-di-tert-amylphenol), aliphatic esters 
(such as dibutoxyelhy! succinate, di-2-ethylhexyl succinate, 2-hexyldecyl tetradecanoate, tributyl citrate, diethyl aze- 

35 late, isostearyl lactate and trioctyl citrate), aniline derivatives (such as N,N-dibutyl-2-butoxy-5-tert-octylaniline). chlo- 
rinated paraffins (such as paraffins having a chlorine content of 10 to 80%), trimesic acid esters (such as tributyl tri- 
mesate), dodecyl benzene, diisopropyl naphthalene, phenols (such as 2,4-di-tert-amylphenol, 4-dodecyloxyphenol, 
4-dodecyloxycarbonylphenol and 4-(4-dodecyloxyphenylsulfonylphenol), carboxylic acids (such as 2-(2,4-di-tert-amyl- 
phenoxybutyric acid and 2-ethoxyoctanedacanoic acid), and alkylphosphoric acids (such as di-2(ethylhexyl)phosphoric 

^0 acidand diphenylphosphoric acid). These high-boiling-point organic solvents may be used in an amount of 0.01 to 20 
times the mass, preferably 0.05 to 5 times the mass of the oil soluble dye. 

[0113] These high-boiling-point organic solvents may be used either singly or at least two of them may be used in 
combination [for example, tricresyl phosphate and dibutyl phthalate, trioctyl phosphate and di(2-ethylhexyl)sebacate, 
or dibutyl phthalate and poly(N-t-butyl acrylamide)]. . 

45 [01 14] The other compounds serving as a high-boiling-point organic solvent and/or synthesizing processes thereof, 
each usable in the invention, are described in, for example, U.S. Patent No. 2,322 ? 027, 2,533,514, 2,772,163, 
2,835,579, 3,594,171, 3,676,137, 3,689,271, 3,700,454, 3,748,141, 3,764,336, 3,765,897, 3,912,515, 3,936^303! 
4,004,928, 4,080,209, 4,127,413, 4,193,802, 4,207,393, 4,220,711, 4,239,851, 4,278,757, 4,353,979, 4,363,873^ 
4,430,421, 4,430,422, 4,430,422, 4,464,464, 4,483,918, 4,540,657, 4,684,606, 4,728,599, 4,745,049, 4,935,321 , or 

50 5,013,639; European Patent No. 2,76,319A, 286,253A, 289,820A, 309J58A, 309,159A, 309,160A, 509,311 A, or 
510.576A; East German Patent No. 147,009, 157,147, 159,573, or 225,240A; British Patent No. 2,091 ,124A; Japanese 
Patent Laid-Open Nos. 47335/1973, 26530/1975, 25133/1976, 26036/1976, 27921/1976, 27922/1976, 149028/1976, 
46816/1977, 1520/1978, 1521/1978, 15127/1978, 146622/1978, 91325/1979, 106228/1979, 118246/1979^ 
59464/1980, 64333/1981, 81836/1981, 204041/1984, 84641/1986, 118345/1987, 247364/1987, 167357/1988^ 

55 214744/1988, 301941/1988, 9452/1989, 9454/1989, 68745/1989. 101543/1989, 102454/1989, 792/1990, 4239/1990, 
43541/1990, 49237/1992, 30165/1992, 232946/1992 or 346338/1 992. 

[0115] The above-described high-boiling-point organic solvents may be used in an amount of 0.01 to 3.0 times the 
mass, preferably 0.01 to 1 .0 time the mass of the oil soluble dye. 
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[0116] In the invention, the oil soluble dye or high-boiling-point organic solvent is dispersed and emulsified in an 
aqueous medium. Upon emulsification and dispersion, a low-boiling-point organic solvent are usable from the viewpoint 
of emulsifying properties. The low-boiling-point organic solvent is an organic solvent having a boiling point of 30°C or 
greater but not greater than 150°C under normal pressure. Preferred examples include, but not limited to, esters (ethyl 
5 acetate, butyl acetate, ethyl propionate, p-ethoxyethyl acetate and methyl cellosolve acetate), alcohols (such as iso- 
propyl alcohol, n-butyl alcohol and secondary butyl alcohol), ketones (such as methyl isobutyl ketone, methyl ethyl 
ketone and cyclohexanone), amides (such as dimethylformamide and N-methylpyrrolidone) and ethers (such as tet- 
rahydrofuran and dioxane). 

[0117] Emulsification and dispersion are conducted for the purpose of forming fine oil droplets of an oil phase by 

10 dispersing, in an aqueous phase composed mainly of water, an oil phase having a dye dissolved in a high-boiling-point 
organic solvent, in some cases, in a mixed solvent thereof with a low-boiling-point organic solvent. At this time, to either 
one of the aqueous phase or oil phase or both of them, an additive such as surfactant, humectant dye stabilizer, 
emulsion stabilizer, antiseptic and/or antifungal agent, which will be described later, may be added as needed. 
[01 1 8] Emulsification is usually conducted by adding an oil phase to an aqueous phase. Alternatively, so-called phase 

15 inversion emulsification wherein an aqueous phase is added dropwise to an oil phase can be preferably employed. 
[0119] Various surfactants can be employed upon dispersion and emulsification in the invention. Preferred examples 
include anionic surfactants such as fatty acid salts, alkyl sulfates, alkylbenzene sulfonates, alkylnaphthalene sulfonates, 
dialkyl sulfosuccinates, alky! phosphates, naphthalenesulfonic acid-formalin condensate, and polyoxyethylene alkyl 
sulfates: and nonionic surfactants such as polyoxyethylene alkyl ethers, polyoxyethylene alkyl allyl ethers, polyoxyeth- 

20 ylene fatty acid esters, sorbitan fatty acid esters, polyoxyethylene sorbitan fatty acid esters, polyoxyethylene alkyl 
amines, glycerin fatty acid esters, and oxyethylene oxypropylene block copolymers. As well as these surfactants, 
SURFYNOLS (trade name; product of Air Products & Chemicals) which are acetylene series polyoxyethylene oxide 
surfactants are preferred. Amine oxide type amphoteric surfactants such as N,N-dimethyl-N-alkylamine oxides are 
also preferred. Moreover, surfactants as described in Japanese Patent Laid-Open No. 157,636/1984 (pp. 37-38), and 

25 Research Disclosure No. 308119 (1989) are also usable. 

[0120] In order to stabilize the emulsion rightly after emulsification, a water soluble polymer can be added in combi- 
nation with the surfactant. As the water soluble polymer, polyvinyl alcohol, polyvinyl pyrrolidone, polyethylene oxide, 
polyacrylic acid and polyacrylamide, and copolymers thereof are preferred. Natural water-soluble polymers such as 
polysaccharides, casein and gelatin are also preferred. In order to stabilize the dispersion of a dye, it is possible to 

30 use, in combination, polyvinyl, polyurethane, polyamide, polyurea or polycarbonate available by the polymerization of 
an acrylate ester, methacrylate ester, vinyl ester, acrylamide, methacrylamide, olefin, styrene, vinyl ether, oracryloni- 
trile, which polymer is substantially insoluble in an aqueous medium. These polymers preferably contain - SO 2 " or 
-COO". When such a polymer substantially insoluble in an aqueous medium is used in combination, it is used preferably 
in an amount not greater than 20% by mass, more preferably not greater than 1 0% by mass, based on the high-boiling- 

35 point organic solvent. 

[0121] Upon preparation of an aqueous ink by dispersing and emulsifying an oil soluble dye or high-boiling-point 
organic solvent, control of its particle size is of particular importance. It is essential to minimize the average particle 
size in order to heighten color purity or density upon formation of an image by inkjet. The volume-average particle size 
is preferably 1 nm or less, more preferably 5 to 1 00 nm. 

40 [0122] The volume average particle size and particle distribution of the dispersed particles can be measured readily 
in a known manner, for example, the static light scattering method, dynamic light scattering method, centrifugal pre- 
cipitation method or the method described on pages 417 to 418 of Jikken Kagaku Koza, 4th Edition. For example, a 
particle size can be measured easily by diluting an ink with distilled water to give the particle concentration in the ink 
of 0.1 to 1 %by mass and measuring the resulting diluted ink by a commercially available volume-average particle size 

45 measuring instrument (for example, Microtrac UPA (trade name; product of Nikkiso Co., Ltd.). The dynamic light scat- 
tering method using Laser Doppler effect permits measurement of small particle size so that it is especially preferred. 
[0123] The volume-average particle size is an average particle size based on the volume of the particles and it is 
found by multiplying the diameter of each particle by its volume and then dividing the sum of the products by the total 
volume of the particles. There is a description on page 119 of "Chemistry of High Molecular Latex" (written by Soichi 

50 Muroi, published by Kobunshi Kankokai). 

[0124] It has been revealed that the existence of coarse particles plays an important role in printing performance. 
Described specifically, coarse particles cause clogging of a head nozzle or, if not so, form a stain and prevent discharge 
or cause irregular discharge of the ink, thereby having a serious influence on the printing performance. To prevent 
such phenomena, it is important to control the number of the particles having a particle size of 5 u/n or greater to 10 

55 or less and the number of the particles having a particle size of 1 p.m or greater to 1 00 or less, in 1 uJ of the resulting ink. 
[0125] Such coarse particles can be removed by known centrifugal separation or precise filtration. Such separation 
may be conducted rightly after dispersion and emulsification, or after addition of various additives such as humectant 
and surfactant to the emulsified dispersion but rightly before filling a cartridge with the mixture. 
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[0126] A mechanical emulsifier can be employed as effective means for decreasing the average particle size and 
removing coarse particles. 

[0127] As the emulsifier, usable are known ones such as simple-system stirrer, mill-system emulsifiers such as im- 
peller agitator, inline agitator and colloid mill and ultrasonic system emulsifier, with use of a high pressure homogenizer 
being especially preferred. 

[0128] Specific mechanism of a high pressure homogenizer is described in U.S. Patent No. 4522354 or Japanese 
Patent Laid-Open No. 47264/1 994. Examples of the commercially available one include Gaulin homogenizer (product 
of A.P.V GAULIN INC)., microfluidizer (product of MICROFLUIDEX INC.) and Ultimaizer (product of Sugino Machine). 
[0129] A recently developed high pressure homogenizer as described in U.S Patent No. 5720551 having a mecha- 
nism for forming fine droplets in a ultrahigh pressure jet stream is particularly effective for dispersion and emulsification 
of the invention. "DeBEE 2000" (product of BEE INTERNATIONAL LTD.) is one of the emulsifiers adopting this ultrahigh 
pressure jet stream. 

[0130] The pressure upon emulsification by a high pressure emulsifier is at least 50 MPa : preferably at least 60 MPa, 
still more preferably at least 180 MPa. 

[0131] Use of at least two emulsifiers, for example, successive use of a stirring emulsifier and a high pressure ho- 
mogenizer is particularly preferred. It is also preferred to disperse and emulsify by such emulsifiers, add to the resulting 
emulsion an additive such as humectant or surfactant and subject the resulting mixture to high pressure homogenizer 
again while filling a cartridge with the resulting ink. 

[0132] When both of a high boiling point organic solvent and a low boiling point organic solvent are incorporated, 
removal of the low boiling point solvent is preferred for stability, safety and sanitation of the emulsion. The low boiling 
point solvent can be removed in a known manner, for example, evaporation, vacuum evaporation or ultrafiltration, 
depending on the kind of the solvent. This removal of the low boiling point organic solvent is preferably conducted as 
soon as possible rightly after emulsification. 

[0133] When the inkjet recording ink composition obtained by the invention is used for inkjet recording, additives 
selected as needed from antidrying agent for preventing clogging at a jet orifice due to drying of an ink, penetration 
promoter to promote penetration of an ink into paper ultraviolet absorber, antioxidant, viscosity regulator, surface 
tension regulator, dispersant, dispersion stabilizer, antifungal agent, rust preventive, pH regulator, antifoaming agent 
and chelating agent can be added. 

[0134] As the antidrying agent to be used in the invention, water soluble organic solvents having a vapor pressure 
lower than that of water are preferred. Specific examples include polyhydric alcohols typified by ethylene glycol, pro- 
pylene glycol, diethylene glycol, polyethylene glycol, thiodiglycol, dithiodiglycol, 2-methyl-1 ,3-propanediol, 1,2,6-hex- 
anetriol, acetylene glycol derivative, glycerin and trimethylolpropane; lower alkyl ethers of a polyvalent alcohol such 
as ethylene glycol monomethyl (or ethyl) ether, diethylene glycol monomethyl (or ethyl) ether and triethylene glycol 
monoethyl (or butyl) ether; heterocyclics such as 2-pyrrolidone, N-methyl-2-pyrrolidone, 1 ,3-dimethyl-2-imidazolidi- 
none and N-ethylmorpholine; sulfur-containing compounds such as sulfolane, dimethylsulfoxide and 3-sulfolene; poly- 
functional compounds such as diacetone alcohol and diethanolamine; and urea derivatives. Of these, polyhydric alco- 
hols such as glycerin and diethylene glycol are more preferred. The above-exemplified antidrying agents may be used 
either singly or in combination. The antidrying agent is preferably added in an amount of 1 0 to 50% by mass of the ink. 
[0135] Examples of the penetration promoter usable in the invention include alcohols such as ethanol, isopropanol, 
butanol di- or tri-ethylene glycol monobutyl ether, and 1 ,2-hexanediol and nonionic surfactants such as sodium lauryl 
sulfate and sodium oleate. Incorporation of it in an amount of 1 0 to 30% by mass in an ink brings about sufficient effects. 
It is preferably added in an amount within a range causing" neither bleeding of print nor print-through. 
[0136] Examples of the ultraviolet absorber to be used in the invention for improving the shelf life of images include 
benzotriazole compounds as described in Japanese Patent Laid-Open No. 185677/1983, 190537/1986; 782/1990, 
1 97075/1 993 and 34057/1 997, benzophenone compounds as described in Japanese Patent Laid-Open No. 2784/1 971 
and 194483/1993 and U.S. Patent No. 3214463, cinnamic acid compounds as described in Japanese Patent Publica- 
tion No. 30492/1983 and 21141/1981 and Japanese Patent Laid-Open No. 88106/1998, triazine compounds as de- 
scribed in Japanese Patent Laid-Open No. 298503/1992, 53427/1996, 239368/1996 and 182621/1998 and Interna- 
tional Patent Publication No. 501 291 /1 996, and compounds so called fluorescent brightener such as those as described 
in Research Disclosure No. 24239, stilbene and benzoxazole compounds which emit fluorescence, absorbing ultravi- 
olet rays. 

[0137] Examples of the antifungal agent usable in the invention include sodium dehydroacetate, sodium benzoate, 
sodium pyridinethion-1 -oxide, ethyl p-hydroxybenzoate and 1 : 2-benzisothiazolin-3-one and salts thereof. It is prefer- 
ably added in an amount of 0.02 to 5.00% by mass of the ink. 

[0138] Details of the antifungal agent are described in "Dictionary of Antibacterial and Antifungal Agents" (ed. by The 
Society for Antibacterial and Antifungal Agents, Japan). 

[0139] Examples of the rust inhibitor include acidic sulfite, sodium thiosulfate, ammonium thioglycolate, diisopropy- 
lammonium nitrite, pentaerythritol tetranitrate, dicyclohexylammonium nitrite and benzotriazole. It is preferably added 
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in an amount of 0.02 to 5.00% by mass in the ink. 

[0140] The pH regulator to be used in the invention functions well for regulating pH of the ink and imparting it with 

dispersion stability. It is preferably added to adjust its pH to 4.5 to 1 0.0, more preferably to 6 to 1 0.0. 

[0141] As basic pH regulators, organic bases and inorganic alkalis are usable while as acidic ones, organic acids 

5 and inorganic acids are usable. 

[0142] The organic bases include triethanolamine, diethanolamine, N-methyldiethanolamine and dimethyleth- 
anolamine. The inorganic alkalis include hydroxides of an alkali metal (ex. sodium hydroxide, lithium hydroxide and 
potassium hydroxide), carbonates (ex. sodium carbonate and sodium bicarbonate) and ammonia. 
[0143] The organic acids include acetic acid, propionic acid, trifluoroacetic acid and alkylsulfonic acid. The inorganic 

10 acids include hydrochloric acid, sulfuric acid and phosphoric acid. 

[0144] As the surface tension regulator, noionic, cationic and anionic surfactants are usable in the invention. Exam- 
ples of the anionic surfactants include fatty acid salts, alkyl sulfates, alkyl benzenesulfonates, alky! naphthalene sul- 
fonates, dialkyl sulfosuccinates, alkylphosphates, naphthalenesulfonate formalin condensate, and polyoxyethylene 
alkyl sulfate esters; those of the nonionic surfactants include polyoxyethylene alkyl ethers, polyoxyethylene alkyl allyl 

15 ethers, polyoxyethylene fatty acid esters, sorbitan fatty acid esters, polyoxyethylene sorbitan fatty acid esters, polyox- 
yethylene alkylamines, glycerin fatty acid esters, and oxyethylene oxypropylene block copolymers. SURFYNOLS (trade 
name: product cf Air Products & Chemicals Inc.) which are acetylene type polyoxyethylene oxide surfactants are also 
preferably employed. Amine oxide type amphoteric surfactants such as N,N-dimethyl-N-alkylamine oxide are also 
preferred. Surfactants as described in Japanese Patent Laid-Open No. 157,636/1984 (pp. 37-38) and Research Dis- 

20 closure No. 308119 (1989) are also usable. 

[0145] The ink of the invention containing or not containing such a regulator is preferred to have a surface tension 
of 20 to 60 mN/m ; more preferably 25 to 45 mN/m. 

[0146] The ink usable in the invention has preferably a viscosity of 30 mPa-s or less. It is preferably adjusted to 20 
mPa-s or less. A viscosity regulator is sometimes added to adjust its viscosity. Examples of the viscosity regulators 
25 include celluloses, water soluble polymers such as polyvinyl alcohol, and nonionic surfactants. More specific description 
about viscosity regulators can be found in Chapter 9 of "Viscosity Regulating Technique" (Information Technology 
Association, 1999) and pages 162 to 174 of "Chemicals for Inkjet Printers (Supplement, 98) -Researches on Devel- 
opment Trend and Prospect of Materials-" (CMC, 1 997)). 

[0147] In the invention, it is also possible to add, as needed, the above-described cationic, anionic or nonionic sur- 
30 factant as a dispersant or dispersion stabilizer and a fluorine or silicon compound, or a chelating agent typified by 
EDTA as an antifoaming agent. 

[0148] Recording paper and recording film to be used in the image recording method of the invention will next be 
described. As recording paper and recording film, usable are those having, as a support, chemical pulp such as LBKP 
or NBKP, mechanical pulp such as GP, PGW, RMP, TMP, CTMP, CMP or CGP, or recycled pulp such as DIP, to which 
35 conventionally known additives such as pigment, binder, sizing agent, fixer, cationic agent and paper strength agent 
have been added as needed, and made using paper machine such as wire paper machine or cylinder paper machine. 
Alternatively, the support may be synthetic paper or plastic film sheet and it preferably has a thickness of 10 to 250 
(im and a basis weight of 10 to 250 g/m 2 . 

[0149] The support may be used as a receiving material after disposing thereon an image receiving layer and back 
40 coat layer, or after disposing a size press or anchor coat layer by using starch or polyvinyl alcohol and then disposing 
thereon an image receiving layer and a back coat layer. The support may further be subjected to flattening treatment 
by a calendering machine such as machine calender, TG calender or soft calender. 

[01 50] In the invention, paper or a plastic film having both sides thereof laminated with polyolef in (ex. polyethylene, 
polystyrene, polyethylene terephthalate or polybutene, or copolymer thereof) is preferably employed as the support. 
45 Addition of a white pigment (ex. titanium oxide or zinc oxide) or a tinting dye (ex. cobalt blue, ultramarine or neodium 
oxide) to polyolefin is preferred. 

[0151] In the image receiving layer disposed on the support a porous material and an aqueous binder are incorpo- 
rated. The image receiving layer preferably contains a pigment, preferably a white pigment. Examples of the white 
pigment include inorganic white pigments such as calcium carbonate, kaolin, talc, clay, diatomaceous earth, synthetic 

50 amorphous silica, aluminum silicate, magnesium silicate, calcium silicate, aluminum hydroxide, alumina, lithopone, 
zeoiite : barium sulfate, calcium sulfate, titanium dioxide, zinc sulfide and zinc carbonate and organic pigments such 
as styrene pigments, acrylic pigments, urea resins and melamine resins. As the white pigment, porous white inorganic 
pigment, particularly, synthetic amorphous silica having a large pore area is preferred. As the synthetic amorphous 
silica, silicic anhydride available by dry process and hydrated silicic acid available by wet process are usable, of which 

55 hydrated silicic acid is desired. These pigments may be used in combination. 

[01 52] Examples of the aqueous binder contained in the image receiving layer include water-soluble polymers such 
as polyvinyl alcohol, silanol-modified polyvinyl alcohol, starch, cationated starch, casein, gelatin, carboxymethyl cellu- 
lose, hydroxyethyl cellulose ; polyvinylpyrrolidone, polyalkylene oxide and polyalkylene oxide derivatives and water- 
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dispersible polymers such as styrene butadiene latex and acrylic emulsion. These aqueous binders may be used either 
singly or in combination. Of them, polyvinyl alcohol and silanol-modified polyvinyl alcohol are particularly preferred 
from the viewpoints of adhesion to the pigment and peel resistance of the ink receptive layer. 

[0153] The image receiving layer may contain, in addition to, the pigment and aqueous binder, a mordant, a water 
5 proofing agent, light resistance improver, surfactant, hardener and the like additives. 

[0154] The mordanl to be added to the image receiving layer is preferably immobilized. A polymeric mordant is 
preferably employed for this purpose. 

[0155] Polymeric mordants are described in Japanese Patent Laid-Open Nos. 28325/1973, 74430/1979, 
124726/1979, 22766/1980, 142339/1980, 23850/1985, 23851/1985, 23852/1985, 23853/1985, 57836/1985, 

10 60643/1985, 118834/1985, 122940/1985, 122941/1985, 122942/1985, 235134/1985 and 1 61236/1 989, and U.S. Pat- 
ent Nos. 2484430, 2548564, 31 48061 , 3309690, 41 1 51 24, 41 24386, 41 93800, 4273853, 4282305 and 4450224. Image 
receiving materials containing the polymer mordant as described on pages 212 to 215 of Japanese Patent Laid-Open 
161236/1989 are particularly preferred. Use of these polymer mordants makes it possible to form an image having 
excellent image quality and improved light resistance. 

15 [0156] A water proofing agent is effective for improving water resistance of an image and as this agent, cationic 
resins are particularly desired. These cationic resins include polyamide polyamine epichlorohydrin, polyethyleneimine, 
polyaminesulfone, dimethyldiallyl ammonium chloride polymer, cation poiyacrylamide and colloidal silica. Of these 
cationic resins, polyamide polyamine epichlorohydrin is particularly preferred. The cationic resin is preferably added 
in an amount of 1 to 1 5% by mass, particularly 3 to 1 0% by mass based on the whole solid content of the ink receiving 

20 layer. 

[0157] Examples of the light resistance improver include zinc sulfate, zinc oxide, hindered amine antioxidants and 
benzotriazole ultraviolet absorbers such as benzophenone, of which zinc sulfate is particularly preferred. 
[0158] The surfactant functions as a coating aid, peeling improver, slip improver or antistatic agent. Description on 
it can be found in Japanese Patent Laid-Open No. 173463/1987 and 183457/1987. 
25 [0159] Instead of the surfactant, organofluoro compounds may be employed. They are preferably hydrophobic. Ex- 
amples include fluorine surfactants, oily fluorine compounds (ex. fluorine oil) and solid fluorine compound resins (ex. 
ethylene tetrafluoride resins). Organofluoro compounds are described in Japanese Patent Publication No. 9053/1982 
(8th to 17th columns), and Japanese Patent Laid-Open No. 20994/1986 and 135826/1987. 

[0160] As the hardener materials as described on page 222 of Japanese Patent Laid-Open No. 161236/1989 are 
30 usable 

[01 61 ] As the other additives to the image receiving layer, pigment dispersants, thickeners, antifoaming agents, dyes, 
fluorescent brighteners, antiseptics, pH regulators, matting agents and hardeners can be used. The ink receiving layer 
may be a single layer or a double layer. 

[0162] The recording paper or recording film may have a back coat layer disposed thereon. To this layer, white 

35 pigments, aqueous binders and the other components can be added. 

[0163] Examples of the white pigment to be incorporated in the back coat layer include white inorganic pigments 
such as light calcium carbonate, heavy calcium carbonate, kaolin, talc, calcium sulfate, barium sulfate, titanium dioxide, 
zinc oxide, zinc sulfide, zinc carbonate, titan white (white satin), aluminum silicate, diatomaceous earth, calcium silicate, 
magnesium silicate, synthetic amorphous silica, colloidal silica, colloidal alumina, pseudo boehmite, aluminum hydrox- 

40 ide, alumina, litopone, zeolite, hydrated halloysite, magnesium carbonate and magnesium hydroxide, and organic pig- 
ments such as styrene plastic pigment, acrylic plastic pigment, polyethylene, microcapsules, urea resins and melamine 
resins. 

[0164] As the aqueous binder to be incorporated in the back coat layer, usable are water soluble polymers such as 
styrene/maleate salt copolymers, styrene/acrylate salt copolymers, polyvinyl alcohol, silanol-modified polyvinyl alcohol, 
45 starch, cation ated starch, casein, gelatin, carboxymethyl cellulose, hydroxyethyl cellulose and polyvinylpyrrolidone, 
and water dispersible polymers such as styrene butadiene latex and acrylic emulsion. Examples of the other component 
to be incorporated in the back coat layer include antifoaming agent, foaming inhibitor, dye, fluorescent brightener, 
antiseptic and water proofing agent. 

[0165] To layers (including back layer) constituting the ink-jet recording paper or recording film, a fine particle dis- 
50 persion of a polymer may be added. It is used in order to improve the physical properties of a film , for example, stabilizing 
size and preventing curling, adhesion and cracks. A description on the fine particle dispersion of a polymer can be 
found in Japanese Patent Laid-Open No. 245258/1987, 1316648/1987 and 110066/1987. Addition of a fine particle 
dispersion of a polymer having a low glass transition point (40°C or lower) to a mordant-containing layer enables to 
prevent occurrence of cracks or curing of the layer. Addition of a fine particle dispersion of a polymer having a high 
55 glass transition point also prevents occurrence of curling when added to the back layer. 

[0166] The ink composition of the invention can be used, without being limited by its recording method, in a known 
recording process, for example, a charge control process of ejecting ink by making use of electrostatic induction power, 
drop-on-demand process (pressure pulse process) making use of oscillation pressure of a piezoelectric element, 
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acoustic ink-jet process of exposing ink to acoustic beams converted from electric signals and utilizing a radiation 
pressure for discharging ink. and thermal ink-jet (bubble jet) process of heating ink to form bubbles and making use 
of the pressure thus generated. 

[01 67] Ink-jet recording methods include a method of jetting a number of photoinks, that is, small-volume inks having 
s a low density, a method of improving image quality by using a plurality of inks having substantially the same hue but 
different concentrations and a method of using a colorless transparent ink. 

EXAMPLES 

10 [0168] The present invention will hereinafter be described in detail by Examples. It should however be borne in mind 
that the present invention is not limited to or by them. 

(Example 1) 

15 (Preparation of Ink Set 101) 

[0169] To the below-described components, deionized water was added to give the whole amount of 1 liter. While 
heating at 30 to 40°C, the mixture was stirred for one hour. The reaction mixture was then adjusted to pH 9 with 10 
mol/l of KOK followed by filtration, under reduced pressure, through a microfilter having a average pore size of 0.25 
20 u,m, whereby a light magenta ink solution was prepared. 



25 



Magenta dye of the invention ( i -27) 


7.5 g/l 


Diethylene glycol 


150 g/l 


Urea 


37 g/l 


Glycerin 


130 g/l 


Triethylene glycol monobutyl ether 


130 g/l 


Invention Compound (1-4) (100 mol% relative to the dye) 


2.0 g/l 


Surfynol 465 


12.5 g/l 


Triethanolamine 


6.9 g/l 


Benzotriazole 


0.08 g/l 


PROXEL XL2 


3.5 g/l 



[0170] In a similar manner to the above-described method except that the kind of a dye or additive was changed, 
magenta ink, light cyan ink, cyan ink, yellow ink and black ink were prepared to form Ink Set 1 01 as shown in Table 1 4. 



[Table 14] 





Light magenta 


Magenta 


Light cyan 


Cyan 


Yellow 


Black 


Dye (g/l) 


(a-27) 

7.5 

1 


(a-27) 

30.0 


A-2 

8.75 


A-2 

35.0 


A-3 

14.7 

A-4 

14.0 


A-5 

20.0 

A-6 

20.0 

A-7 

20.0 

A-3 

21.0 


Diethylene glycol 

(g/i) 


50 


112 


130 


200 


160 


20 


Urea (g/l) 


37 


46 










Glycerin (g/l) 


130 


130 


150 


180 


150 


120 


Triethylene glycol 
monobutyl ether (g/ 
I) 


130 


140 


130 


140 


130 
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[Table 14] (continued) 





Light magenta 


Magenta 


Light cyan 


Cyan 


Yellow 


Black 


Diethylene glycol 
monobutyl ether (g/ 

o 


■ 


* 


- 


- 


- 


230 


2-Pvrrolidone la/\) 












O H 
Ol 


Compound of 
formula (1) (g/l) 


V 1 v 

2.0 


8.0 










Surfynol 465*(g/l) 


12.5 


11.5 


11.1 


9.8 






Surfynol STG (g/l) 










9.0 


8.5 


Triethanolamine (g/ 
1) 


6.9 


7.0 


6.0 


6.7 


0.8 


18.9 


Benzotriazole (g/l) 


0.08 


0.07 


0.08 


0.08 


0.06 


0.06 


Proxel XL2 (g/l) 


3.5 


2.5 


1.8 


2.0 


2.5 


1.8 


Deionized water is added to give the total amount of 1 liter. 
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H 3 C 



N = N 



=\ H 



10 



S0 3 Na 



H J — 

T T 

NHCH 2 CH 2 OH 




S0 3 Na 



S0 3 Na 




40 




45 

[0171] Ink sets 1 02 to 1 67 were then prepared in a similar manner to that employed for Ink set 1 01 except that the 
kind or amount of the dye or the invention compound was changed as described in Tables 1 5 to 1 7. When the dye was 
changed, it was added in an equimolar amount to Ink set 1 01 . When at least two of the dyes were used in combination, 
50 they were used each in an equimolar amount and the total amount of them was adjusted to be equimolar to Ink set 
101. When the invention compound was used, the compound of/the formula (I) was used at a molar ratio as shown in 
Tables 15 to 17 relative to the dye. When at least two of the invention compounds were used, the molar ratio was 
adjusted also in accordance with Tables 15 to 17. In addition, Ink sets 121, 128, 135, 142, 149, 156, 166, 167 were 
prepared as comparative products. 

55 
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[Table 15] 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


102 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-13(100 mol%) 


a-27 
1-13 (100) 


Invention product 


10 


103 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-24(100 mol%) 


a-27 
1-24 (100) 


Invention product 




104 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-34(100 mo!%) 


a-27 
I-34 (100) 


Invention product 


15 


105 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-35(100 mol%) 


a-27 
I-35 (100) 


Invention product 


20 


106 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-41 (100 mol%) 


a-27 
1-41 (100) 


Invention product 


25 


107 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I-43 (100 mof%) 


a-27 
I-43 (100) 


Invention product 


108 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-51 (100 mol%) 


a-27 
1-51 (100) 


Invention product 


30 


109 m 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I -52 (100 mol%) 


a-27 
I-52 (100) 


Invention product 


35 


110 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-57(100 mol%) 


a-27 
1-57(100) 


Invention product 


111 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I -58 (100 mol%) 


a-27 
I-58 (100) 


Invention product 


40 


112 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I-59 (100 mol%) 


a-27 
I-59 (100) 


Invention product 


45 


113 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-61 (100 mol%) 


a-27 
1-61 (100) 


Invention product 




114 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-63(100 mol%) 


a-27 
I-63 (100) 


Invention product 


50 


115 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-71 (100 mol%) 


a-27 
1-71 (100) 


Invention product 


55 


116 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
1-73(100 mol%) 


a-27 
I-73 (100) 


Invention product 
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[Table 15] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


117 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I-78 (100 mol%) 


a-27 
I-78 (100) 


Invention product 


10 


118 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I-65 (100 mol%) 


a-27 
I-65 (100) 


Invention product 




119 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I -66 (100 mol%) 


a-27 
I-66 (100) 


Invention product 


15 


120 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I -67 (100 mol%) 


a-27 
I-67 (100) 


Invention product 


20 


121 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 


a-27 


Comparative example 




122 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 
1-13 (100 mol%) 


a-26 
1-13 M00) 


Invention product 


25 


123 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 
I -35 (100 mol%) 


a-26 
1-35 (100) 


Invention product 


30 


124 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 
1-51 (100 mol%) 


a-26 
1-51 (100) 


Invention product 






[Table 16] 






35 


Ink set 




Light magenta 


Magenta 


Remarks 




125 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 
I -58 (100 mol%) 


a-26 
I-58M00 1 ) 


Invention product 


40 


126 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 
1-78(100 mol%) 


a-26 
1-78 (100) 


Invention product 


45 


127 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 
I-66 (100 mol%) 


a-26 
I-66 (100) 


Invention product 




128 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


a-26 


a-26 


Comparative example 


50 


129 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


b-5 

1-13 (100 mol%) 


b-5 
1-13 (100) 


Invention product 


55 


130 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


b-5 

1-35(100 mol%) 


b-5 
I-35 (100) 


Invention product 
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[Table 16] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


131 


Dye 

Comoound of formula (W fmolar ratio mlativp to 

wui ii|^vumu w ' iui ii luia \ ) V I U I Q I 1 C* LIU 1 CluLIVC IU 

dye) 


b-5 

1-^1 m nn mnl°/>^ 
i o i ^ i uu i ii ui /o) 


b-5 
I-*^1 Mnm 


Invention product 


10 


132 


Dye 

ComDOund of formula fh (molar ratio relative to 
dye) 


b-5 

1 JO ^ 1 U U \ \\\J\ /Of . 


b-5 

l.co /inri\ 
t oo ^ IUU) 


Invention product 




133 


Dye 

r.nmnnunrl nf fftrmi ila f\\ ^molar ratio rolativ/o to 
wUi i ilju uiiuuiiuiiiiijiCT^i^ijMuirii I dli U iclallvc? lv-> 

dye) 


b-5 

i-7ft /inn moi°/ ^ 

1-fO ^ IUU l\\\J\ /o) 


b-5 
1-/0 y \ UUJ 


Invention product 


15 


134 


Dye 

Comoound of formula (\\ (molar ratio rplatix/p tn 

wWI M|JwUIIU wl 1 Wl II IUICI til ^1 1 lUlul 1 QUU ICIQUVC IU 

dye) 


b-5 

l-fifi MOO mnl°/M 

1 UU ^ 1 U U 1 1 IU 1 /O ^ 


b-5 

1 DO ^ 1 UU) 


Invention product 


20 


135 


Dye 

Comoound of formula (\\ (molar ratio rAlativ/p tn 

s_/v_/l 1 I^WUMU Ul IUI 1 1 lUlu III 11 1 1 U ICll 1 CI LI U ICIuLIVC IU 

dye) 


b-5 


b-5 


Comparative example 




136 


Dye 

flnmnrn inH nf fnrmi ila i\\ fmnlar ratio rolativ/o to 
Vw»ui i l|JUUl IU UJ I u I I 1 1 Ufa \ \ } yi I I U laf ictLIU 1 trlail vtr IU 

dye) 


c-3 

ui ^ m nn moi°/ ^ 

I IO ^ I UU MlOl /oj 


c-3 

I IO H 00\ 

I- I 0 y i UU) 


Invention product 


25 


137 


Dye 

nnmnnunfl of forroi ila f\\ ^molar ratio ro (at iv/o to 
UUMl|JUUiiLJ ui t u I l l lUlrt i lUlal 1 all U 1 claLI V fc: lu 

dye) 


c-3 

I OO y I uu moi /o) 


c-3 

rOO y I UU) 


Invention product 


30 


138 


Dye i 

flnmnfii I nH of fnrmi ila /n /mnbr ratio rolativ/o tn 
oui i ipuu i ivj ui luMi luiei yi ) i iuiqi faiiu ( claiivc lu 

dye) 


c-3 

i~o I y I UU moi /o) 


c-3 , 

I CH /H oo\ . 
I-O I \ l UU) 


Invention product 




139 


Dye 

P.nmnnunH of formi ila (W I mnb r ratio rolatiwo to 
vui i ijjuui iu ui i u i 1 1 iu la yij yi i i uteii i diiu icidLivc iu 

dye) 


C-3 

I 30 ^ I UU II 101 /o) 


c-3 
i-^ft Mnn\ 

rOO ^ I UU) 


Invention product. 


35 


140 


Dye i 

nnmnnund of form i ila tW /mobr ratio rolativ/o to 
uumiuuuiiu ui i ui n iuia j yi i luiai i aliU i claUvc IU 

dye) 


c-3 

l*/o ^ 1 UU mul/oj 


c-3 

I.70 MOON 
I-/C3 ^ 1 UU) 


Invention product 


40 


141 


Dye 

Comoound of formula (\\ (molar ratio rplativ/A to 

UUHlpUUIIU UI 1 UI I 1 lUICt \lf \l 1 lUtdl (CILIU 1 CldLlvcf IU 

dye) 


c-3 

i-fifi Mnn mni°/^ 

1 DO ^ IUU /o) 


c-3 

1 DO \ IUU) 


Invention product 




142 


Dye 

Comnoi ind of f ormi ila (\\ /mnbr ratio rolat to 
uuiiiyuunu ui i u 1 1 1 iu let y\) yn lUiaJ I euiu (claiivc iu 

dye) ". 


c-3 


c-3 


Comparative example 


45 


143 


Dye 

Comooi I n H of f o rroi ila / 1 \ i m o la r rati o ro lat i\/o to 
ouiiiuuunu ui luiiiiuid i^i y ^niuidr rdllu rcldllvc lu 

dye) 


d-1 

I 1Q MOO mol°/ \ 

i-io ^ i uu moi /a) 


d-1 

MO /i 00\ 

1- lo y 1 UU) 


Invention product 




144 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


d-1 

I -35 (100 mol%) 


d-1 
I-35 (100) 


Invention product 


55 


145 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


d-1 

1-51 (100 mol%) 


d-1 
1-51 (100) 


Invention product 


146 


Dye 

Compound of formula (1) (moiar ratio relative to 
dye) 


d-1 

I-58 (100 mol%) 


d-1 
I-58 (100) 


Invention product 
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[Table 16] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


147 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


d-1 

I-78 (100 mol%) 


d-1 
I-78 (100) 


Invention product 






[Table 17] 






10 


Ink set 




Light magenta 


Magenta 


Remarks 


15 


148 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


d-1 

I-66 (100 mol%) 


d-1 

l-OO ^ 1 UU } 


Invention product 


149 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


d-1 


d-1 


Comparative example 




150 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 

1-13 (100 mol%) 


e-4 


Invention product 


25 


151 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 

I-35 (100 mol%) 


e-4 

l-OO \ 1 UUj 


Invention product 


152 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 

1-51 (100 mol%) 


e-4 

l-O I \ I UU ) 


Invention product 


30 


153 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 

I-58 (100 mol%) 


e-4. 

l-OO^ I UU ) 


Invention product 


35 


154 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 

I-78 (100 mol%) 


e-4 

I- / O \ 1 \J[J) 


Invention product 




155 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 

I-66 (100 mol%) 


e-4 
1-66 (100) 


Invention product 


40 


156 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 


e-4 


e-4 


Comparative example 


45 


157 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I-35 (50 mol%). 
1-51 (50 mol%) 


a-27 
1-35 (50) : 
1-51 (50) 


Invention product 


50 


158 


Dye 

Compound of formula (I) (molar ratio relative to 
dye) 

Compound of formula (I) (molar ratio relative to 
dye) 


a-27 
I-35 (50 mol%) 
1-71 (50 mol%) 


a-27 
I -35 (50) 
1-71 (50) 


Invention product 



55 
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[Table 17] (continued) 



Ink set 




Light magenta 


Magenta 


Remarks 


159 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 

Compound of formula (1) (molar ratio relative to 
dye) 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27 
1-35 (33 mol%) 
1-51 (33 mol%) 
1-71 (33 mol%) 


a-27 
I-35 (33) 
1-51 (33) 
1-71(33) 


Invention product 


160 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 
I -35 MOO mol%} 


a-26 
I-35 (100) 


Invention product 


161 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 
1-51 M 00 mo\%\ 


a-26 

1 %J 1 y 1 \J\J J 


Invention product 


162 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 
1-78 (100 mol%) 


a-26 
1-78 (100) 


Invention product 


163 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 
I-56 (100 mol%) 


a-26 
I-66 (100) 


Invention product 


164 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 
I -35 (100 mol%) 
1-51 (100 mol%) 


a-26 
I-35 (100) 
1-51 (100) 


Invention product 


165 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 
I -35 (100 mol%) 
1-71 (100 mol%) 


a-26 
I-35 (100) 
1-71 (100) 


Invention product 


166 


Dye 

Compound of formula (1) (molar ratio relative to 
dye) 


a-27/b-5 


a-26 


Comparative example 


167 


Dye C 

ompound of formula (1) (molar ratio relative to 
dye) 


A-17.0g/l 


A-128.0g/l 


Comparative example 



[0172] These Ink sets 101 to 167 were filled in the cartridge of "Ink Jet Printer PM670C" (trade name; product of 
EPSON) and by this printer images were printed on photo-quality inkjet glossy paper EX manufactured by Fuji Photo 
Film. Following evaluation was conducted. 



1) Printing performance (1) was evaluated by setting the cartridge in the printer; printing images onto 20 sheets 
of A4-size paper after confirmation of ink discharge from all the nozzles; and then ranking the degree of distu rbance 
of the printed images in accordance with the following criteria. 

A: Disturbance of the printed image did not occur at all,during printing. 
B: Disturbance of the printed image occurred. 

C: Disturbance of the printed image continued from the start to the end of printing. 

2) Printing performance (2) was evaluated by leaving the cartridge to stand for 2 days at 60°C; and ranking the 
degree of disturbance of the printed image in a similar manner to that employed for printing performance (1 ). 

3) Dryness was evaluated visually by the stain which appeared when the just printed images were touched with 
fingers. 

4) Bleeding of thin lines was evaluated as follows: (i) thin-line patterns of yellow, magenta, cyan and black were 
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printed and they were visually evaluated, (ii) thin-line patterns of black was printed on the printed solid color of 
magenta ink and bleeding caused by contact of two colors was evaluated. 

5) Water resistance was evaluated by the bleeding of images after immersed in deionized water for 10 seconds. 

6) The shelf life of the image was evaluated by the printed solid image sample of magenta. 

5 

(1) After measurement of the image density Ci rightly after printing, the image was exposed to xenon light 
(85000 Ix) for 10 days by using a weatherometer (product of ATLAS). The image density Cf was measured 
again. From a dye remaining ratio Cf/Ci *100, light fastness was evaluated. 

2) The densities before and after the storage of the sample for 1 4 days under the conditions of 80°C at 1 5% 
10 RH were measured using X-rite 310 and a dye remaining ratio was calculated in a similar manner to that 

employed for evaluation of light fastness. Thus, the dark heat fastness was evaluated. 

3) Ozone resistance: The densities before and after storage of the sample for 3 days under the ozone con- 
centration of 1.0 ppm was measured by X-rite 310 and a dye remaining ratio was calculated. Based on it, 
ozone resistance was evaluated. 
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[0173] The results are shown in Tables 18 and 19. 

[0174] In tables 18 and 19, "O" means "good" and "x" means "bad" 
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[0175] The invention ink compositions containing the compound of the formula (I) are found to generate less streaks 
due to clogging of a nozzle and also free from bleeding of thin lines : and have excellent dryness and water resistance, 
even if their concentration is high at the time of printing. In particular, it is apparent that they are excellent in the shelf 
life of images with high light fastness. 

(Example 2) 

[01 76]. Ink compositions similar to those prepared in Example 1 were f illed in the cartridge of "ink Jet Printer BJ-F850" 
(trade name; product of Canon Inc.) and by this printer images were printed on photo-quality inkjet glossy paper EX 
manufactured by Fuji Photo Film. The images were evaluated as in Example 1, leading to similar results to Example 1 . 

(Example 3) 

(Preparation of Ink set 201) 

[0177] At 70°C, 8 g of Dye (a-22) and 5 g of dioctyl sulfosuccinate were dissolved in 6 g of High boiling point organic 
solvent (s-1), 10 g of High boiling point organic solvent (s-2) and 50 ml of ethyl acetate. In the resulting solution was 
added 500 ml of deionized water while stirring by a magnetic stirrer whereby an oil-in-water type coarse-particle dis- 
persion was prepared. 

[0178] Then, this coarse-particle dispersion was caused to pass through "Microfluidizer" (manufactured by Microflu- 
idics inc.) five times at 60 MPa to convert the dispersion into fine droplets. The resulting emulsion was desolvated in 
a rotary evaporator until an ethyl acetate odor disappeared. After addition of 1 40 g of diethylene glycol, 64 g of glycerin, 
7 g of "SURFYNOL 465" (product of Air Products & Chemicals) and an additive such as urea to the resulting fine 
emulsion of the oil soluble dye, 900 ml of deionized water was added. The mixture was adjusted to pH 9 with 10 mol/ 
I of KOH, whereby a light magenta ink as shown in Table 20 was prepared. The volume-average particle size of the 
ink thus dispersed in the form of emulsion was found to be 51 nm as a result of measurement using "Microtrac UPA" 
(manufactured by Nikkiso Co., Ltd.). 

[0179] By changing the kind of the dye, magenta ink, light cyan ink, cyan ink, yellow ink and black ink for Ink set 201 
as shown in Table 20 were prepared. 



[Table 20] 





Light magenta 


Magenta 


Light cyan 


Cyan 


Yellow 


Black 


Dye (g/l) 


(e-22) 
5.00 


(a-22) 
2C.0 


C-1 

9.3 


C-1 
37.2 


Y-1 
27.2 


(a-22) 
10.0 
C-1 
18.6 

Y-1 I 
13.6 


High-boiling-point organic 
solvent (g/l) 


S-1 3.63 
S-2 6.38 


14.52 
25.52 


6.75 
11.9 


27.0 
47.6 


19.74 
34.7 


30.6 
53.8 


Sodium 

dioctylsulfosuccinate (g/l). 


6.25 


25.0 


11.6 


45.4 


34.0 


52.7 ! 


Diethylene glycol (g/l) 


110.0 


110.0 


110.0 


' 110.0 


110.0 


110.0 


Urea (g/l) 


46.0 


46.0 


46.0 


45.0 


46.0 


46.0 


Glycerin (g/l) 


50.0 


50.0 


50.0 


50.0 


50.0 


50.0 


Surfynol 465 (g/l) 


5.5 


5.5 


5.5 


5.5 


5.5 


5.5 


Triethanolamine (g/l) 


7.5 


7.5 


7.5 


7.5 


7.5 


7.5 


Benzotriazole (g/l) 


0.075 


0.075 


0.075 


0.075 


0.075 


0.075 


Proxel XL2 (g/l) 


2.5 


2.5 


2.5 


2.5 


2.5 


2.5 


Deionized water was added to give the total amount of 1 liter. 


Volume-average particle 
size 


51 nm 


53 nm 


62 nm 


65 nm 


59 nm 


70 nm 
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[0180] In a similar manner to that employed for Ink set 201 except that the dye of Ink set 201 was changed to each 
of the dyes as shown in Tables 21 to 25 so that the molar amount would be equal to that of the Ink set 201 (when at 
least two dyes are used in combination for the ink of the same color, they were used in an equimolar amount); the 
compound of the formula (I) was added to give the amount as shown in Tables 21 to 25 in terms of the molar ratio 
relative to the dye; and the magenta dye ((a-22) of Ink set 201), among the dyes to be used for the black ink, was 
added so that the molar amount of the dye used for the magenta ink in the same ink set would be equal to the amount 
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of the ink set 201 , whereby Ink sets 201 to 277 were prepared. 

[0181] Ink sets 278 and 279 were prepared in a similar manner except that the pressure upon emulsification was 
changed to Increase the volume-average particle size. 

[01 82] As the comparative ink set using a water soluble dye, Ink set 1 67 as shown in Table 1 9 was used. 



[Tale 21] 





Ink set 




Light magenta 


Magenta 


Remarks 


10 


201 


Dve 

Compound of formula (I) 
Volume-average particle size 


a-22 
51 rim 


a-PP 
a cc 

53 


Comparative example 


15 


202 


Dve 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11 (100mol%) 
53 nm 


a-P 
<X C. 

2 1-11 (100 mol%) 
50 


Invention product 




203 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-31 (100mol%) 
53 nm 


a-PP 
a cc 

1-31 (100mol%) 
50 


Invention product 


20 


204 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-pp 

I-39 (100 mol%) 
53 nm 


a-cc 

I-39 (100mol%) 
50 


Invention product 


25 


205 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-PP nl-4? MOn mn\°/~\ 

53 nm 


a OO 
a-cc 

I-42 (100 mol%) 
50 


Invention product 




206 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-44 (100 mol%) 
53 nm 


a-PP 

X3.~C.C- 

I-44 (100 mol%) 
50 


Invention product 


30 


207 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

I-53 (100 mol%) 
53 nm 


a-PP 

I-53 (100 mol%) 
50 


Invention product 


35 


208 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-PP 

a CC 

I-69 (100 mol%) 
53 nm 


I-69 (100 mol%) 
50 


Invention product 




209 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-22 

I-77 (100 mol%) 
53 nm 


a-S>S> 

tX~C\C\ 

I-77 (100mol%) 
50 


Invention product 


40 


210 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-23 
51 nm 


a-P^ 

53 


Comparative example 


45 


211 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-23 

1-11 (100 mol%) 
53 nm 


a-23 

1-11 (100mol%) 
50 


Ktvciiuuti fjruuuci 




212 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-23 

1-31 (100 moi%) 
53 nm 


a-23 

1-31 (100mol%) 
50 


Invention product 


SO 


213 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-23 

I-39 (100mol%) 
53 nm 


a-23 

I-39 (100 mol%) 
50 


Invention product 


55 


214 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-23 

I-42 (100 mol%) 
53 nm 


a-23 

I-42 (100 mol%) 
50 


Invention product 
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[Tale 21] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


215 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-23 

I-44 (100 mol%) 
53 nm 


a-23 

I-44 (100 mol%) 
50 


Invention product 



[Table 22] 



10 


Ink set 




Light magenta 


Magenta 


Remarks 


15 


21 6 


Dye 

Compound of formula (1) 
Volume-average particle size 


a -9*3 

1-53 (100 mol%) 
53 nm 


I-53 (100 mol%) 
50 


Invention product 


91 7 


uyc 

Compound of formula (1) 
Volume-average particle size 


a. 9^ 

I-69 (100 mol%) 
53 nm 


I -69 (100 mol%) 
50 


Invention product 


20 


91 ft 


uyc 

Compound of formula (1) 
Volume-average particle size 


a 9^ 

l-77(100mol%) 
53 nm 


a-^o 

1-77(100 mol%) 
50 


Invention product 


25 


21 9 


nwp 

Uyc 

Compound of formula (1) 
Volume-average particle size 


u 0 

51 nm 


D-D 

53 


Comparative example 


99fi 


R\/<a 

Compound of formula (1) 
Volume-average particle size 


D-D 

1-11 (100 mol%) 
53 nm 


D-D 

1-11 (100mol%) 
50 


Invention product 


30 


991 


uyc 

Compound of formula (1) 
Volume-average particle size 


h-fi 

1-31 (100mol%) 
53 nm 


D-D 

1-31 (100mol%) 
50 


Invention product 


35 


999 


Uyc 

Compound of formula (1) 
Volume-average particle size 


D-o 

I-39 (100mol%) 
53 nm 


D-D 

I-39 (100 mol%) 
50 


Invention product 




99^ 


uyc 

Compound of formula (1) 
Volume-average particle size 


u-o 

i-42 (100 mol%) 
53 nm 


D-D 

I -42 (100 mol%) 
50 


Invention product 


40 


k 224 


Dve 

Compound of formula (t) 
Volume-average particle size 


b-6 al-44 M00 mol%) 
53 nm 


b-6 

i-44 (100 mol%) 
50 


Invention nrrtHi irt 


45 


225 


Dye 

Compound of formula (1) 
Volume-average particle size 


b-6 

I-53 (100 mol%) 
53 nm 


b-6 

I-53 (100 mol%) 
50 


Invention product 




226 


Dye 

Compound of formula (1) 
Volume-average particle size 


b-6 

I-69 (100mol%) 
53 nm 


b-6 

I-69 (100 mol%) 
50 


Invention product 


50 


227 


Dye 

Compound of formula (1) 
Volume-average particle size 


b-6 

I-77 (100mol%) 
53 nm 


b-6 

I-77 (100 mol%) 
50 


Invention product 


55 


228 


Dye 

Compound of formula (1) 
Volume-average particle size 


c-4 
51 nm 


c-4 
53 


Comparative example 



59 



owcnnnn. ^co 
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[Table 22] (continued) 



Ink set 




Light magenta 


Magenta 


Remarks 


229 


Dye 

Compound of formula (I) 
Volume-average particle size 


c-4 

1-11 (100mol%) 
53 nm 


c-4 

1-11 (100 mol%) 
50 


Invention product 


230 


Dye 

Compound of formula (I) 
Volume-average particle size 


c-4 

1-31 (100mol%) 
53 nm 


c-4 

1-31 (100mol%) 
50 


Invention product 


231 


Dye 

Compound of formula (I) 
Volume-average particle size 


c-4 

I-39 (100 mol%) 
53 nm 


c-4 

I -39 (100 mol%) 
50 


Invention product 



15 

[Table 23] 





Ink set 




Light magenta 


Magenta 


Remarks 


20 




uye 

Compound of formula (I) 
Volume-average particle size 


C-4 

1-42(100 mol%) 
53 nm 


C-4 

1-42(100 mol%) 
50 


Invention product 


25 


Oil 


uye 

Compound of formula (I) 
Volume-average particle size 


rs A 

1-44(100 mol%) 
53 nm 


c-4 

I -44 (100 mol%) 
50 


Invention product 






Dye 

Compound of formula (I) 
Volume-average particle size 


C-4 

1-53 (100 mol%) 
53 nm 


^ A 

C-4 

I-53 (100 mol%) 
50 


Invention product 


30 




Compound of formula (I) 
Volume-average particle size 


C-4 

I-69 (100 mol%) 
53 nm 


C-4 

I-69 (100 mol%) 
50 


Invention product 


35 


236 


Dve 

Compound of formula (I) 
Volume-average particle size 


c-4 

1-77(100 mol%) 
53 nm 


c-4 I 

-77 (100mol%) 
50 


HIvbMILIUM piOUUCl 




237 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

d-5 51 nm 


d-5 

d-5 53 


Comparative example 


40 


238 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

1-11 (100 mol%) 
53 nm 


d-5 

1-11 (100mol%) 
50 


Invention product 


45 


239 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

1-31 (100 mot%) 
53 nm 


d-5 

1-31 (100mol%) 
50 


Invention product 




240 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

1-39(100 mol%) 
53 nm 


d-5 

I -39 (100 mol%) 
50 


Invention product 


50 


241 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

I-42 (100 mol%) 
53 nm 


d-5 

I -42 (100 mol%) 
50 


Invention product 


55 


242 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

1-44(100 mol%) 
53 nm 


d-5 

1-44(100 mol%) 
50 


Invention product 



60 
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[Table 23] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


243 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

I-53 M 00 mol%1 
53 nm 


d-5 

I -53 M 00 mol%1 

I wO ^ 1 \J\J 1 1 IUI /OJ 

50 


Invention product 


10 


244 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

1-69 MOO mol%l 
53 nm 


d-5 

1-69 MOO mol%^ 
50 


Invention product 




245 


Dye 

Compound of formula (I) 
Volume-average particle size 


d-5 

1-77 (100 mol%) 
53 nm 


d-5 

1-77 (100 mol%) 
50 


Invention product 


15 


246 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-2 
51 nm 


e-2 
53 


Comparative example 


20 


247 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-2 

1-11 (100mol%) 
53 nm 


e-2 

1-11 (100mol%) 
50 


Invention product 



[Table 24] 



25 


Ink set 




Light magenta 


Magenta 


Remarks 


0/\ Q 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-<i 

1-31 (100moi%) 
53 nm 


1-31 (100 mol%) 
50 


Invention product 


30 


249 


Dye C 

ompound of formula (I) 
Volume-average particle size 


e-2 

I-39 (100 mol%) 
53 nm 


e-2 

1-39(100 mol%) 
50 


Invention product 


35 


250 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-2 

1-42(100 mol%) 

53 nm I 


e-2 

I-42 (100 mol%) 
50 


Invention product 




251 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-2 

1-44(100 mol%) 
53 nm 


e-2 

1-44(100 mol%) 
50 


Invention product 


40 


252 


Dye 

Compound of formula (I) gVolume- 
average particle size 


e-2 

1-53(100 mol%) 
53 nm 


e-2 

1-53(100 mol%) 
50 


Invention product 


45 


253 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-2 

I-69 (100 mol%); 
53 nm 


e-2 

I -69 (100 mol%) 
50 


Invention product 




254 


Dye 

Compound of formula (I) 
Volume-average particle size 


e-2 

I-77 (100 mol%) 
53 nm 


e-2 

1-77(100 mol%) 
50 


Invention product 


50 


255 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11, 1-31 (100,mol%) 
53 nm 


a-22 

1-11, 1-31 (100 mol%) 
50 


Invention product 


55 


256 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11, 1-44(100 mol%) 
53 nm 


a-22 . 

1-11, 1-44(100 mol%) 
50 


Invention product 



61 
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[Table 24] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 


5 


257 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-31, I-44 (100 mol%) 
53 nm 


a-22 

1-31,1-44 (100 mol%) 
50 


Invention product 


10 


258 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

I-53, I-77 (100 mol%) 
53 nm 


a-22 

I-53, I-77 (100 mol%) 
50 


Invention product 




259 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

I-53, I-69 (100 mol%) 
53 nm 


a-22 

I-53, I-69 (100 mol%) 
50 


Invention product 


15 


260 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

i-77, I-69 (100 mol%) 
53 nm 


a-22 

I-77, I-69 (100 mol%) 
50 


Invention product 


20 


261 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-31, I-53 (100 mol%) 
53 nm 


a-22 

1-31 , I-53 (100 mol%) 
50 


Invention product 




262 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-31, I-77 (100 mol%) 
53 nm 


a-22 

1-31, l-77(100mol%) 
50 


Invention product 


25 


263 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

I-44, I-53 (100 mol%) 
53 nm 


a-22 

1-44, 1-53 (100 mol%) 
50 


Invention product 


30 




(Table 25] 




Ink set 




Light magenta 


Magenta 


Remarks 


35 


264 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11(20 mol%) 
53 nm 


a-22 

1-11(20 mol%) 
50 


Invention product 




265 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11 (50 mol%) 
53 nm 


a-22 

1-11 (50mol%) 
50 


Invention product 


40 


266 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11 (200 mol%) 
53 nm 


a-22 

1-11 (200mol%) 
50 


Invention product 


45 


267 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22 

1-11 (500 mol%) 
53 nm 


a-22 

1-11 (500moi%) 
50 


Invention product 




268 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22, a-23 
51 nm 


a-22, a-23 
53 


Comparative example 


50 


269 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22, b-6 
51 nm 


a-22, b-6 
53 


Comparative example 


55 


270 


Dye 

Compound of formula (I) 
Volume-average particle size 


a-22, a-23 

1-11 (100 mol%) 

53 nm 


a-22 a-23 

1-11 (100 mol%) 

50 


Invention product 



62 
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(Table 25] (continued) 





Ink set 




Light magenta 


Magenta 


Remarks 




271 


Dye 

wvJlII|J(JUMU Ul lUflllUid \\) 

Volume-average particle size 


a-22, b-6 

1-11 M OO rr-»r\l°/ N 

i- 1 1 \ \ uu moi /o) 
53 nm 


a-22, b-6 

1- 1 1 ( i ou mo[%) 

50 


Invention product 


10 


272 


Dye 

uornpouiiu 01 lurrnuid \\) 
Volume-average particle size 


a-22, a-23 

I Q1 MOO mn\0/ \ 

i-oi ^luumoi/oj 
53 nm 


a-22, a-23 

1 OH MAO ~«IO/ \ 

i-oi (iuu moivo) 
50 


Invention product 




273 


Dye 

uompouna 01 lorrnuirt \\) 
Volume-average particle size 


a-22, b-6 

I Q1 MOO mi-JO/ \ 

i-oi ( iuu moivo) 
53 nm 


a-22, b-6 

1 OH /HOO mhIO/ \ 

1-3 1 (loo moi%) 
50 


Invention product 


15 


274 


Dye 

PnmnnnnH of formiila f\\ 

ouiiifjuLuiu ui lurniuiet ^i^ 

Volume-average particle size 


a-22, a-23 

l-CO MOO mrJ<V \ 

i-oo ^iuu mo\ /o) 
53 nm 


a-22, a-23 
i-oo puu mor/o) 
50 


Invention product 


20 


275 


Dye 

^urnpouna ui lurrnuia \\) 
Volume-average particle size 


a-22, b-6 

l CO MOO mn\o/ \ 

i-oo { i uu moi /o) 
53 nm 


a-22, b-6 

1 CO /HOO maIO/ \ 

i-oo (i uu moivo) 
50 


Invention product 




276 


Dye 

oompouno 01 rormuia [\) 
Volume-average particle size 


a-22, a-23 

I 7"7 MOO rv>r\\OJ \ 

\-( f \ i uu moivo) 
53 nm 


a-22, a-23 

1-77 (100 mol%) 

50 


Invention product 


25 


277 


Dye 

Comoound of formula (\\ 
Volume-average particle size 


a-22, b-6 1-77 (100mol%) 
53 nm 


a-22, b-6 

L77 MOO mrtl*V-^ 
Iff \\ \J\J IIIOI /o) 

50 


Invention product 


30 


278 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-22, a-23 
305 nm 


a-22, a-23 
331 


Comparative example 




279 


Dye 

Compound of formula (1) 
Volume-average particle size 


a-22, b-6 

I -77 (100 mol%) 

305 nm 


a-22, b-6 

I-77 (100 mol%) 

331 


Invention product 



35 



[0183] Each of these Ink sets 201 to 280 was filled in the cartridge of "Ink jet printer PM670C" (manufactured by 
EPSON) and by using this printer, images were printed on photo-quality inkjet glossy paper EX (product of Fuji Photo 
Film). They were evaluated as in Example 1 . 

[0184] The results thus obtained are shown in Tables 26 and 27. In tables 26 and 27, "O" means "good" and "x" 
40 means "bad" . 
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[01 85] it has been found that use of the ink composition of the present invention permits exhibition of excellent printing 
performance and also excellent weather resistance and light fastness. The ink composition of the invention does not 
cause bleeding upon outputting thin lines. 

(Example 4) 

[0186] Each of the inks similar to those prepared in Example 3 was filled in the cartridge of "Ink jet printer BJ-F850" 
(manufactured by Canon Inc.) and by using this printer, images were printed on photo-quality inkjet glossy paper EX 
(product of Fuji Photo Film). They were evaluated as in Example 3, leading to similar results to Example 3. 
[0187] The present invention makes it possible to provide, in aqueous ink advantageous from the viewpoints of 
handling ease, odor and safety, inkjet recording ink compositions featuring high discharge stability, good color devel- 
opment, excellent color hue, shelf life and particularly light fastness of recorded images, and excellent stability and 
water resistance. The present invention also makes it possible to overcome their drawbacks in quality such as bleeding 
of thin lines. The inkjet recording ink compositions according to the invention are capable of maintaining high discharge 
stability over time or even with the passage of time under severe conditions and is free from defects in color hue, shelf 
life, stability, water resistance and picture quality. 

[0188] The entire disclosure of each and every foreign patent application from which the benefit of foreign priority 
has been claimed in the present application is incorporated herein by reference, as if fully set forth. 



Claims 



1. An ink composition for inkjet recording comprising: 

an azo dye having an aromatic nitrogen-containing 6-membered heterocycle as a coupling component; 
a compound represented by the following formula (I); and 
an aqueous medium 

wherein the azo dye is dissolved or dispersed in the aqueous medium: 



s 101 



-,102 



,103 



(I) 



wherein R 101 and R 102 each independently represents a hydrogen atom, an aliphatic group, an aromatic 
'group, a heterocyclic group, an acyl group, an aliphatic oxycarbonyl group, an aromatic oxycarbonyl group, an 
aliphatic sutfonyl group, an aromatic sulfonyl group ; a substituted or unsubstituted carbamoyl group, or a substi- 
tuted or unsubstituted thiocarbamoyl group; 

r103 represents an aliphatic group, an aromatic group, a heterocyclic group, an aliphatic oxy group, an ar- 
omatic oxy group, an aliphatic thio group, an aromatic thio group, an acyloxy group, an aliphatic oxycarbonyloxy 
group, an aromatic oxycarbonyloxy group, a substituted or unsubstituted amino group or a hydroxy group; and 

at least one of a pair R 101 and R 102 , a pair R 102 and R 103 , and a pair R 103 and R 101 may be coupled to form 
a 5-, 6- or 7-membered ring with the proviso that the ring formed is not a 2,2,6,6-tetraalkylpiperidine skeleton. 

2. The ink composition for inkjet recording according to claim 1 , wherein the azo dye is represented by the following 
formula (A-1): 
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wherein A represents a 5-membered heterocyclic group, 

B 1 and B 2 represent -CR 1 = and -CR 2 =, respectively, or either one of B 1 and B 2 represents a nitrogen atom 
and the other one represents -CR 1 = or -CR 2 =, 

G, R 1 , and R 2 each independently represents a hydrogen atom, a halogen atom, an aliphatic group, an 
aromatic group, a heterocyclic group, a cyano group, a carboxyl group, a carbamoyl group, an alkoxycarbonyl 
group, an aryloxycarbonyl group, a heterocyclic oxycarbonyl group, an acyl group, a hydroxy group, an alkoxy 
group, an aryloxy group, a heterocyclic oxy group, a silyloxy group, an acyloxy group, a carbamoyloxy group, an 
alkoxycarbonyloxy group, an aryloxycarbonyloxy group, an amino group substituted with an alkyl aryl or. hetero- 
cyclic group, an acylamino group, an ureido group, a sulfamoylamino group, an alkoxycarbonylamino group, an 
aryloxycarbonylamino group, an alkylsulfonylamino group, an arylsulfonylamino group., a heterocyclic sulfonylami- 
no group, a nitro group, an alkylthio group, an aryl thio group, a heterocyclic thio group, an alkylsulfonyl group, an 
arylsulfonyl group, a heterocyclic su If onyl group, an alkylsulfinyl group, an arylsulfinyl group, a heterocyclic sulfinyl 
group, a sulfamoyl group or a sulfo group, each of which may have a substituent further, and 

R 5 and R 6 each independently represents a hydrogen atom, an aliphatic group, an aromatic group, a hete- 
rocyclic group, an acyl group, an alkoxycarbonyl group, an aryloxycarbonyl group, a carbamoyl group, an alkyl- 
sulfonyl group, an arylsulfonyl group or a sulfamoyl group, each of which may have a substituent further, or 

a pair R 1 and R 5 , or a pair R 5 and R 6 may be coupled to form a 5- or 6-membered ring. 

The ink composition for inkjet recording according to claim 1 . wherein the compound represented by the formula 
(I) is a compound represented by the following formula (IA) or (IB): 



^101 



D 102 R 1 



111 



12 



(1A) 



R 101 

V 

/ 

D 102 



(IB) 



N — O — R 



113 



The ink composition for inkjet recording according to claim 2, wherein A in the formula (A-1 ) represents one of the 
following formulae (a) to (f) : 



(a) (b) 
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The ink composition for inkjet recording according to claim 2 t wherein the dye represented by the formula (A-1 ) is 
a water soluble dye, and the ink compositon is produced by at least one of the processes of: 

dissolving the dye in the aqueous medium; and 
dispersing the dye in the aqueous medium. 

The ink composition for inkjet recording according to claim 2, wherein the dye represented by the formula (A-1) is 
an oil soluble dye : and the ink compositon is produced by the processes of: 

dissolving the dye in a high-boiling-point organic solvent; and 

dispersing the organic solvent in the aqueous medium after the dissolving. 

An inkjet recording method comprising: 

preparing an image receiving material which comprises a support and image receiving layer comprising white 
inorganic pigment particles: and 

ejecting the ink composition according to claim 1 to the image receiving material according to a recording signal . 
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